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Booke, declaring divers approo- 


ued Remedies, io take out fpots 
and ſtaines in Silles, Veluets, Linnen 
and IVW oollen Clothes: 


With divers Colours how to die 


Veluets and Silkes, Linnen and It oollen, 
Fuſtian and I hread : 


eAlſoto dreſſe Leather, and to colour 


Felles, How to guild, graue, fowder, and Ver- 
niſh. And to harden and make ſoft 0 
Tron and Steele, 

Verie neceſſarie for all men, ſp. ially for thoſe 
which haue or ſhall haue any doing therein: with 
a perfect Table hereunto, to finde all tlinges rea- 
die, not the like revealed in Eng- 

Ji heretofore. 


Takenout of Dutch, and Engliſhed by L. M. 
rere 
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' Imprinted at London by Thomas 


Purfoot, dwelling within thenew 
Nents, in S. Nicholas Shambles. 1605, 
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To make Cloth which hath loſt 


his Colour, to returne unto his firit eſtate agame.. 


AKE OF VNQVE N- 
ched lyme two ounces, of Dake 
l aches two ounces. of cleare was 
lter two pound. Then meddle 
the well all together, and ſo lef 


D and then clarifie that water, x 
NJ therewith waſh your cloth, e it 
will returne to his firſt colour 

kg and wax faire againe as befoze. 


To waſh a Scatlet which is greaſie. 


Take of white Carter well and finely beafex, foure 
dunces: then bople it in two pound of fayze water, till 


the third part be conſumed: then take it from the fp2e, E 


let it cole, and then ſtraine it thꝛough a innen cloth and 
when pou will vſe thereof make it then milke warme # 
wach therrwith your cloth. Then hang it to dzy. and 
you thallſz it fapze, and returne to 0 his firſt eſtate and 
. Coloure againe. | 


Jo make all colours of filkes which be ſtained, to come 
to their firſt colour againe. 


Firſt take one ounce of vnquenched lime, and of the 
aſhes of a vyne one ounce, alſo of aſhes of an oake one 
; ofice 4 a halfe. Put all theſe into a baſon of cleare water, 


and meddle them all well togither, then heate them a 
A 2 little 


{ || them reft a quarter of an houre, 
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little ouer the fp2e, and when it is warme; take it off the 
fpꝛc, d let it cla ille a while, fo done, ten take a ſponge 
and wach pour ſtaunie ſpottes therewith, and ſe that pe 
weat no other place, but the ſpottie _ onely, and ſo 
they will be well againd. 


To make a ſope totake foorth greace or other ſpots 
what ſocuer they be. * 


Take one pound of roch Allom burned and made into a 
fine ponder, Alſo take of the rotes cald flames of Flo- 
rance/ ſo cald in Ouch) halte a pound: then beate it into 
a poulder. Then take a new lapd egge, 4 of white ſope 
two pound à a halſe, then blend pour poulder and pour 
egge & ſope altagether well, 4 thereof make pellots oz 
bals, e ik one egae be not ſufficieut, then take two,ozſoe 
much as ſhall ſuffice ta make pour ſatd paſt withall, and 
when pe (hall baue cccafion to take foozth any ſpotte 
fake firſt of common water 4 waſh peur ſpottes on both 
ſides withall warme. then take of the ſaid pellots, and 
rubbe all ouer the ſpots in the cloth: ſa done, then wach 


out the fiifh with fayze 4 cleare water g if there remaine 
ſome part 4 be not all cleane, wach if againe as afo2c is 
mentioned, till it be all cleane t ſo ſhall ye haue it as faire 


as bokoze. 


Another good ay to take footth ſpottes of greace 
out of any w oollen or linen. 


Take firſt alittle fayze water, all to w-2f2 ond rubbe 
therewith the ſaid greacie ſpots. Then take a quantttpe 
oefwalkers clays. called Fullers earth, and rub alittle 
therewith your ſpottes all ouer. Zhen ruboe an2.chafs 

your 
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of Hottes and Haines out of Stlkes, G. 3 
pour cloth one vpon another, ſo done, take a ſilner ſpone 


oꝛ ſuch like thing, and ſcrape out the ſatd filthic water 
and greace, and il then it be not all cleane foꝛth, dee ſo 
againe as befoze is mencioned, and then take a little 
warme water, 2 all to weat the ſayd place therwith ſo 
done. Then W2ing and ſcrape it fozth as the other be- 
ſoze. Being then cleane, let it be dzied and it will 
be well. 


To take aw ay all ſpottes on coloured cloth es, 
be they linnen or woollen. 


. If there chance by fozfune, fo fall a dꝛoppe of pnke, 02 


ny other ſtaine, vpon any cloth dyed 62 colozed 02 being 
cleaue white, wollen 92 linnen. Yc ſhall doe as hereafter 


followeth, that is: take of the iupce of rawe Tymens, 
oꝛ the iuyte of a great Oꝛang Apple, which hath a hard 


pill oz ſkinne, which the Italian cals Pommes Dadani. 
On if pe wül take onelp the egar o ſharpe iupte which 
is in the Pouncitron, and ſtraine it ſoozth thereof, and 
with the iupce thereof pe ſhalt al to rut be and chaſe all 
the (aid. ſpatiie places, and then walh it with luke 


warme water, and ſo then ſcrape out all the filth thereof, 


with ſome ſpone as aſo:eſaid,0! wꝛingeit cleonme foezth 


with pour handes. Ifat the firft time peraducntore it 


ber not ceane, vie it likewiſe againe the ſccond tpme, 
as befeze, and fo pour cloth will cowe vnloas god eſt ate 
as it was at the kent, nos this (hal not burt «any colcur 
thereof: 


Another gocd way to > mole cleane ſports of greace, our 


of all woollen clothes « 


Take an bearbe ce lied wod ſozel oꝛ ſfubwoꝛt, which is 


Nene groweth in wods in byſhcs «tubs ot old træs, 


-& 3 and 
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and hath thꝛee ſmall leaues ipke a heart, it taſteth ſharpe 
like other ſozrell. Which hearbe pe ſhall diſtill in a lim⸗ 
bec, and ſo reſecue the diſtlo water in a glaſſe very cloſe, 
and when you neede to take fozth any ſpot of greate, the 


take of the diſtilde water. and rubbe therewith all ouer 


the ſaide ſpots. Then chafe your cloth one vpon another: 
ſo done. take a ſpone, 02 ſome other lyke thing, and take 
away the ſaide filthy water there with. Then ik it be not 
all cleane, do it likewiſe againe as befoze, with the di⸗ 
ſtilde water warmed, e then pe ſhall ſe it will doe well, 
and ſhew fayze and cleare as it was at the firſt, 


Another good way to take out ſpots out of 
clothes with a lye. 


Tanke 3. pintes of water, and put therein halfe a 
pound of pot-aſhes, and ſtirte it well altogether. Let if 
ſo ſtand the ſpaceoffoure dapes, but pe muſt in euerte 
day ſtirre it 3. oz foure times. Do done, pow2e fozth 
the cleere water from the aſhes, and put off galles theres 


in, then it will ware a grene: but if you will haue it a 


blacke, then put alittle ſots to ſoake in faire water, and 
put that blacke water therein. With this warmed, per 
may waſh pour ſpotty places in any place of your 
clothes, and it will take it fozth faite and cleane. 


To perfume cloathes, 


Take aUlioll of Roſe water, in the which ve ſhal put 
eighteen oz 20.graines of fHuſke and Ciuet, with a little 
of Amberareaſe, then ſet all on the fire, and when it be- 
gins to wax warme, fake it from the fire, and let it cole, 
and ſtop it cloſe the ſpace of two dayes , And when pe 


will perkume pour cloathes therewith , ſet it on the 


fire againe, and being warme, hold your Clothes over 


* 


e ſtottes and ſtaines our of Silkes, G. 5 | : 

it, and fo it gate recetus the fume. i | 

To tale o. out ſpottes out of gownes and | | 
Clothes. N 


Take the rotes of Limonion cald in latine, in Engliſh 
I take it to be the wild Bete. Take the rotes, and ſeth 
them in water, and with the ſame water, waſh the ſpot- 
tie places in pour gownes oz other garments, and it wil 
bee cleane. 


To make a ſope to take out ſpottes of oyle 
and of greace, 


Take of god ſcow2ing ſope, and mire it finely with | 1 
the ſifted aſhes of a vyne, of eche in like poꝛtion, then j 
put thereunto a quantitie of the powder ofburnt Allom, jp 
and alſo of the lyes of wine, beaten into a fine poulder, 
and put it thereunto, then mixe and incozpozate all theſe 
well together, then make thereof ſquare bzickcs, oz 
round bals, and when you ſhall baue nade to occupie 
thereof, then take of warme wafer, and rubbe and chafe 
all over pour ſpottie places, and then rub theron with 
your ſope ball, if then if bee not all cleane, then muſt yee 

take your warme water againe, and rubbe and chafe it — 
as vt did befoze, and then pour 1 and ſo at — ee $ | 
chall haue it cleane fozth. 


A very good waie to take our ſpottes of oy ry | | 8 | 
out of cloathes. . | 


Firſt ye ſhall take ofthe oyle of Carter, and rub ther- | | 

with on the ſpotty places, & then ſcrape it away incon-- 

tinent againe, then wah it well with luke warme was | 

ar, and thz& oz foure times with cold water, and then * 
4 wing 
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wꝛing it faozth, and ſe if all the ſpots he cleane ont, if 
not, waſh it againe, ſo long as you did befoze, and ſo the 
cloth ſhall be as faire as it was when it was new, oꝛ bes 
foꝛe any ſpots came on it. There is alſo another way. ſoʒ 
to take fo2th ſpots with this ople of Tartar, but becauſe 


-F hane notthe true knowlege thereof, 5 will not heate 
ktxpꝛeſſe it. | — 


A ſope water to — 25 out ali ſpots. 


Alſo, ſome doe vie to take the water wherein ſcraw⸗ 


beries haue bene ſodde, and with that water pe shall 


weat and ſoake the ſpottpe places, then take fapꝛe water 
and waſhe out all the filth thereof: ſo done, take and hang 
it in the lunne to dy, and it will be ſo cleane as befoze 
it was. | 


A way to take out yron moles out tof all 
linnen cloth. 


Take and wꝛing fozth ſo much of the iupce ol p ſow⸗ 
reſt Oꝛange, oꝛ Lymon that pe can get, then take of the 
ſame iupte, and rubbe the place of the pꝛon mole there⸗ 
with, ſo let it d2pe,and euer as it dzyeth in,rubbe it ouer 
agaiue, thus doe often, and euer as pou haue weat it, let 
it reſt and dꝛye in the ſunne, and at length ve ſhall ſe it 
will be all fozth and cleane. 


A way to take out ſpots in ſcarlet or veluet, of what color 
or ſorte ſo euer it be, not chaun- 
Bs ng » the 9 


Taz a hearbe called eee 
krenche called Faullons,in Engliſh Dopewoꝛt, heat them 
Ga take out the iuxcè, and put he (holpottes, 


* 
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then let it ſo reſt theſpace of one houre if it be in ſummer⸗ 
but it it be in winter let it reſt foure honres, then walh 
thoſe ſpotty places with faire cleane water, ſo ſhall it be 
cleane to ſeeme to, but put once againe the ſapd iupce 
thereon- Alſo if the ſcarlet be not died in the cleare grain 
then ye may put thereunto halſe of blacke ſope, with ſo 
much of the ſayd iupce, ſo mingle it together, and then 
frote it thereon, then let it be walhtin luke warme wa- 
ter, and then ve ſhall ſe the ſpots cleane fozth. Foz this 
way is pꝛoued by experience to be true. 


Another way to take out yron moles out 
| of linnen. 


PMake a chafer ſ&th fall of water, then take pour cloth 

and wet it with the iuptce of Limons, oʒ ſower Ozenges. 
oz crabbes, oz ſower wildings, and then hold it hard to 
the ſide ol the chaler, and euer as dꝛpeth in, weat it ſtill 
againe, till p ſæ the moll go ſozth: foz all theſe things 
afozcſayd are god, but the iupte of Limons and Dzen- 
ges are the beſt. Do ener as pe haue weate your ſpottes 
with the ſayd iuyce, hold it then hard vnto the ſpde of the 
'chafer,as is afozeſapd, thus doe vntill it weare awap, foz 
this wap hath been pꝛoued true often. Oz take the boy- 
ling iupte of Dozrell, and lay it therein, and rubbe it 
with the batkeof a ſpone till it be out. 


How to take out oylie ſpottes out of parchment 
or writing paper. 


Take a mutton bone and burne it to poulder, then let 
it be finebeaten, then put ol this poulder on both ſides of 
pour ſpots, and let it be pzeſt betwene two hard boꝛdes, 
the ſpace of two dapes, then take it out, and ve ſhal ſee the 
ple to be cleane gone, be ik either parchment 02 [4-20 
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Another way to take out ſpottes of 
paper. 


Pe ſhal take, off the water of willow boughs, and make 
aſhes thereof,o2 aſhes of the buds of the vine, with the 
huſkes of grerne beanes, ſtepe them in water a dap and 
a night, then put of the ſame water on the ſpottes, then 
pꝛeſſe it, and let it ſo remaine foꝛ a dap and a night, oz 
as pe ſhall ſe cauſe, and pe ſhall ſeit will doe well, 


A verie good way to take out ſpottes 
of clothes. 


Take of the rotes of the hearbe talled G-»:ia»,in eng⸗ 
liſh bꝛome, take and burne of it, and make aſhes thereof, 


and with the aſhes make a lye, and with the ſaid e, pe 


hall wach pour ſpotty clothes, and in a ſhozt ſpace it wil 
take aboay all the ſpots thereof. Wellpꝛoued. 


Agood way to take out ſpottes out 
of woollen. 


Take aſh water, and the powder of Allum together, 
then take of the aſhes thereof, and lay it vpon the ſpottie 
places on the cloth, and when it is dꝛie: doe ſponge it of, 
and pe ſhall ſee it cleane. 


Another againſt ſtaines in linnen 


cloch. 


Firſt take pour cloth and rubbrit well all ouer with | 
baye ſalt, then take an Dzange and cutte if in two, and 
w2ingthe tupce thereon, and lape the ſayd Dzange vp⸗ 
pon the ſpots alſo ; and ſo lette it reſt an hower oz — 

then 
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then lay them in a bucke and waſh them and they wil be 
faire and cleane. Oꝛ elſe pe map lap thereon the tayce of 
ſozrelland lalt, and ſo put them into the bucke as is afoze 
lies. 


Aw ay to keepe filke from ſtayning in 


the aſhing. 


Take faire water and ſxth it, and being all ſxthing 
Hote, put therennto of ſope and let it ſo melt therein, then 
take it from the fire, and let it cole til it be almoſt colde, 
and then at your pleafure pe may walh therewith pour 


clothes, and it will ſcoure well, and not ſtaine pour filke, 


and after pe haue waſht them, doe not let them lye weat 
long together, but lay d2te clothes betweene, oz elſe they 


he in danger to ſtapne: and this way you may ſaue both 


— and Gould without chaunging of their co⸗ 
ur. 


Another verie good way to keepe Gold 


from ſtayning. 


Firff, take pour Gould and annoint it all outr 
with god Yonie, then ſette it in the Sunne, and 
letfe it reſt the ſpace of halfe an houre, and nowe 
and then lette it be turned tn the Dunne. Then af- 
ter take and waſh it in the fozeſayd ſopie water, and 
this wap it ſhall neuer chaunge noz ſtapne, but ke&pe 
edlour long. 


How to bucke linnen clothes, and to 


ſcoure out all ſ pottes of 
greace. 
Firſt, ver ſhall lay all pour fowle clothes fo ſoke 
B 3 in 
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in cold water, then dzine them as y& doe a Bucke of 
clothes, and when they are well dꝛiuen: then ſhall pe 
take them all fo2th of the Bucking tubbe, then lay them 

againe abꝛoad in the ſayd tubbe, without any lye, and e⸗ 

ner as ye lap them bet wirt euerie cloth, ſcrape ot chalke 

thinne all ouer: thus when ye haue all layd them, then 

put of pour lye vnto them, and ſo chaunge your lye twiſe 

oꝛ thꝛiſe after, then take and waſh them foꝛth, and they 

will be faire and cleane without greate, and verie white 

withall. 


A geod way to keepe linnen faire 20. yeares without re- 
moouing, and will not waxe moulye 
nor rotte, | 


Firft take your linnen in arch (ſo much as vou in- 
tend to kepe vnremoued) and waſh them, and then dꝛe 
them fapze againe. So lay them vp in pour Chelts 
vntill Bay next following: then ſhall ye take them out 
and waſh t:cm againe; when pe haue ſo wacht them, 
loke that ye doe then d2pe them thozowly and well, and 
then fold them faire vp, and lay them in pour Cheſts o: 
pꝛeſſe, and pe ſhall not node foz to remoue them in 
twentie yeres after, pet they ſhall continue dzpe and 
well. 


How to ſponge woollen clothes. 


Lake a quart of faite water, and let it be heat luke 
warme on the fire, then take a quantitie of walkers clay 


and 21! fg truſh it therin, then let it ſtand vntil it be clere, 


then poute that water into another potte and ſet it on the 
fircagatne, till it begin to ſeeth: then take of Uenice 


(ape,c2 ether god ſe pe, and put thereot into the ſayd was 


ter. in ſtirringit 8 about, then take it of the fire, 


1 
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and all hote, ſponge oꝛ occupte therewith at your pleas 
ſare, in making it alwayes warme, euer when ye will 
occupie thereof, 


How to make crane colour Fuſtian, to be as fayre can- 
uaſſe asat the firſt, 


- Firſt foz the pꝛofe thereof, take a peece of crane co⸗ 


laur Fuſtian, and take alſo as much of the iupce of Oꝛen- 


ges, 02 Limons as will weat theſaydpecethozowe,then 
let it reſt and dꝛie in, and the ſaid Fuſtian wil be as faire 
canuas as it was befozeit was coloured: thus if p can 
get ſo much iupce of Ozganes oz Limons foꝛ to ſerue 
pour purpoſe, pe map returne the colour againe, what 
quantitie ye ſhall thinke god, foz this hath bene well 
pꝛoued. 


Thinges to keepe moaths from clothes, yerie good 
in ſummer and other times. 


The flping moathes will be& in the beginning of 
June, and continue till Auguſt. but they are chiefly from 
mid July to mid Auguſt. The running moath hee will 
continue in your Cheſts all the peare long; winter and 
ſummer, which are great ſpoylers of aeare and other 
thinges. Foz the flying moughth, take the pouder made 
of dꝛie Ozange Pilles, and the powder of Clecompane 
rotes mixt together, and ſo caſt it among your cloths,als 
ſo perfume in a chafingdilh of coales pour clothes there- 
with. Thus pou may vſe quarterlp, and it will ſave the. 
D2 ye may take the powder of Arras, with the powder of 
Ginaper, alſo the powder of ſitrinum caſt among clothes, 
ſaues them from moathes. Wozmewaod oz Lauendar 
{mall pzeuayleth. Some victh ople of ſpike to annoint 
their Cheſts, and hang it in bladders t;crein.Sometaies 
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the hearbe called Fleawoꝛt, in Latin plicaris, which if pe 
lay it in your chamber, no flea will bzede, ſome takes 
b2unſtone, and perfames therewith, but fo2 the running 
moath J know nothing but ſtrong perluming, and res 
mouing pout geare. 


A way for to take qut ſr ottes of wollen 
clothes. 


Lake and ſeth of common aſhes in faire water, and 


the powder of Allom together, and then take of the ſayd 
aſhes and lap thereof on theſpots and ſo rubbe it in, then 
let it d2te, and when it is thozowly dzyed, then take a 
ſponge and ſponge it awap, as it is declared of the other 
atoze- ; 


A good way to helpe all ſtaynes inthinne ſilkes 
and ywoollen cloth. 


Take of god ſtrong vineger, and make it luke warme, 
then dip a blacke cloth therein, and then rubbe therewith 
your ſrapnie ſpottes all oner :ſo done, then take away ſo 
much of the ſayd filth as pe can with a ſpone, as foz the 
reſt, pet mult haue all readie a taploꝛs pꝛon hote, and a 
pete of blacke cloth on the ſpottes betwirt the yzon and 
the cloth, and ſo dꝛie out all the reft of the ſayd filth with 
the hote p20n, and then per ſhall (& it will doe well and 
be faire. 


Apleaſant water to preſerue linnen, or any other 
thing, yeelding a pleaſannt ſauour 
a long time after. 


Take 2. pound of ſpike flowers, as much of roſe leaues 


one pound of coſt-mary,with halte a pound of mariozam» 
as 
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as much of Balnea, two great handfull of D2gany oz pe- 
nirpall, foure ounces ofmace, a quarter ofa pound of Urs 
ras poulder, let all theſe well ſoke together in red wine, 
then put it all into a pot cloſe ſtopt that the apꝛe doe net 


paſſe. Let it ſtand ſo the ſpace of foure and twentie 


houres, then let it be put into a diſtillitozie, and ſee that 
it be well opt (round about) with flowze, egges, 
and water, mixt well together, and ſ& that no apze 
doe come no2 goe out, but at the ſpoute onelpy. Appon 


the end thereof, ye hall hange a fine linnen cloth with a 


graine ot muſkeo2 Ambergreace within it, vppon the 
which pe ſhall alwaies let the ſpout dꝛop on, and pe ſhall 
ſee it will be a pure water fo2 that purpoſe, ye ſhall alſo 
take to the diſtilling of the fozeſayd things, halle a pound 


of bays leaues, ſo ſhall this water be god fog the purpoſe 


As is afoze mentioned. 


A good way to waſhe a ſhirt, and faue the 
F Gold or ſilke thereon, from 
ſtayning. 


Take anew ſhirt firlt of all afoze it bee ener weat, 


and lay the coller and ruffes-o2 ſilke in piſſe ſomewhat 


warme halfe-an houre ſpace, then take it fozth, and then 


wach it in hote-ſcalving liquoz , - oz ſœth it, and it ſhall 


neuer ſtayne the ſilke. If pe haue not pide, yce map take 


grounds of ffrong beere 02 ale, and iet the ſilke lye ther⸗ 
in the night befoꝛe ye doe waſh it. And this hath ben oft 
pꝛoued verie true. But alwaycs yo muſt fozeſœ, that 
ye hange not pour clothes in the hote funne after they be 
waſhf, buf lape another cloth thereon betwirt the 
Sunne and if, oz elle the Sunne will chaunge 


both Golde, Siluer and Silke. Therefoze it is better 
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to hang them in ſome place of ſhade after their waſhing, 
if ye can.g9iſo to ſope your water to much, oꝛ pour clothes 
is an octaſion to ſtaine both gold and ſilkes. A vet ie god 
way ts, firſt to melt your ſope in the licour, and then let 
it colc, and ſo to wall your clothes therein. 


Againſt clothes ſtained with wine or 
vine ger. 


Take of warme Cow nulke and waſh pour cloth ther⸗ 
in, oʒ waſh it in whap and ſalt, other elſe as ſone as pour 
clothes are ſo ſtainde by miſchaunce of wine oz other 
thinges, doe caſt of ſalt thereon incontinent, ſo then it 
— pꝛeſerue it fi om ſtapning, een it bee wollen oz 
Unnen, 


% 


A verie good way to take forth axe or * n dropt 
on ſilke, wollen, or linnen. 


Whereas pe ſhall haue any ſuch occaſion to take fo2th 
waxe oz Roſine dꝛopt on any ũilkes, oꝛ other clothes. Firſt 
pe ſhall make a pꝛeſſing pꝛon hote, oꝛ ſomeſiluer ſpone, 
with a cole of fire therein, take either of them when they 
be hote, and firſt whereas any Roſin oz ware is d2opt,ye 
ſhall fürſt rubbe on the ſayd dꝛoppes of waxe oz roſin all 
ouer with the end of a tallow candle, thẽ take either your 
vꝛon 02 ſponeafozeſayd , and hold it thereon, laying a 
pete of bzowne paper betwirxt pour y2on and your wax, 
then after ye haue alittle ſo touched it with the heate, 
(the ware and tallow will mingle together, and ſoke in- 
to the bzowne paper)then take it off and annoint it with 
the ſapd tallow againe, and then hold pour hotg y2on, 03 
ſpone,as beſoꝛe, and thus yemult doe, as often as pe ſhal 
ſe cauſe, vntill it be all cleane fo2th. If the ware be dꝛopt 


£hozow on both ſides, vle the one ſide like the other, and ſo 
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| pe ſhall get it cleane : and loke euer that pe ſhiſt your 
b:owae paper to a cleaner place, from the place if was 
befo2e touched with war, and this oꝛder kæping, it ſhall 
be all well and cleane, Often pꝛwued. 


A ſlope to take out all ipottes in 
woollen cloth. 


Take of Uenice ſope a quarter of a pound, the polkes 
of th: egces, of ſalt finely beaten halfe a ſponefull, of 
the iuyee of Beefes halfe a ſponefull, 02 as much as will 


—— 


balles, and let them dꝛie out of the heate of the ſunne, in 
-ſome ſhadow place, and whenſoeuer pe willoccuppther⸗ 
of, firſt wet your ſpottes thozow with faire clœre water, 
and then take your ball and rubbe it thereon, and wash 
it then clean fozth as is afoꝛe mentioned of the other thus 
doe, and pe ſhall ſ that they ſhall be cleane fozth, as 
befoze. 


Another for the ſaine, 


Firſt ye ſhall fake of white ſope halfe a pound, and 
| ſh2ead it verie ſmall, then take of the gall of an Oxe, oꝛ of 

a he Goat, with ſome Allum ok either of them an onnce, 
take the yolkes of two egges, with a quantitie of fine (ifs 

ted aſhes, put them altogether in amoztcrand beat them, 
and when thep be well mixt, make them into balles, and 
whenſocuer pe ſhall nede thereof, take of kaire warme 
water, and rubbe the place all ouer therewith, and then 
ſtrike with pour ball thereon, and then ſhall pee rubbe 
cloth vpon cloth, and waſh it then fozth, as afozcſayd, 
and it will be cleane. 
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male it thicke like a paſte, then make them into pretty. 
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Another way goodto helpe ſpottes 
or ſtaynes. 


Ve ſhall firſt take halfea gall of an Dre, the older the 
better, of fenygreke made in fine powder halte a pound, 
à quarter of a pound of white ſope, a gallon of ſtrong 
common lye, mire altogether therein, and ſet them on 
the fire,and ſeth them ſoftly till they be halfe waſted, and 
whenſoeuer ye will occupie thereof, heate it warme, and 
wach pour ſpots therewith, in mixing it often with faire 
cold water, and it ſhall doe well. 


How to take out ſpots of white ſilkes, or 
other colours. 


Take of the beſt and ſtrongeſt Aquautte thꝛe pinfes, 
with the which you ſhal weat pour ſpots, and take a new 


lapd egge and beat it, and rubbe thereon pour ſaid ſpots. 


and ſo ſet in the ſunne and let it dꝛie in: this done, waſh 
it then with a frech and cleere water, and then w2ing oz 
pꝛeſſe the ſayd water fo2th, o2 pꝛeſſe if betwirt your 
hands and ſo thep ſhall be cleane, as foz cloth in grapne, 
pe may walh the ſpots well with Allom water, then rub 
cloth vnto cloth, and ſo waſh it fozth with cleane water 
agaime, and it will be well, Ik it bee not at the firſt all 
cieanc out: docſolikewiſe againe, ſo long as peſhallſs 
cauſc of any fots rematne, and ſo they ſhall be well, 


A prooued way how to take out oylie ſpots 
out of cloth, 


Zakeoftheople of Tartar ſo mach as wil touer pour 
ther ſfapnes, and put it thereon, and ſtraight way take 
itoff againe, and wach it then well with faire warme 

Water. 


water. Then take cold water alſo and wah it 3. oꝛ foure 
times ouer, after that, in changing it ſtill with new wa⸗ 


ter, this done, you ſhal ſe it will be as faire as the reſt, 


and as it was be ſoze. 


Another way to take out all waxe, Roſin or pitch, on 
Silkes or other clothes. 


Firſt take of tallow oz other greace be it ſalt oz freſh) 
and melt it, and being ſeæthing hott pat thereof on your 
ſayd ſpots of Ware, Roſine, oz Pitch, then teke of hot 
licour, and hoid pour ſayd ſpots therein, and then rubbe 
cloth vpon cloth, betwirt your handes. So done, then 
wing fozth the ſayd greazie water, and if pe then ſee it 
will not be all cleane tozth,ſcrue it ſo againe, annointing 
pour ſapd ſpottes with tallow oz greace, and then doe 
cleanſe fozth the greazie water as beſoze is mentioned. 
Fo; this way hath bene wel and often pꝛoued, and doth 
helpe. 


To take forth greace out of Silke, Veluet, Moc- h 
cado or others. 


Lake and heat water and put a handful ofcleane fea- 
thers therein, and then let it cole tilye may ſaffer your 
hand therein, and lap pour ſilke abzoad, and take pour 
feathers and rub al oner the ſpot, then rub therouer with 
Caſtile ſope,and then with your feathers again al vp and 
down, weating them twiſe oz thꝛiſe, and ſo rub it vp and 
downe, then wꝛing it a little and dꝛie it in the ſunne oz 
wind: but ik it be Uelact, after pe haue ſo rubbed it: the 
Ueluet wil pe. then muſt pe take a cloth of wollen, and 
heat it, then annoint it light ouer with butter, and chaſe 
pour cloth together, to rub in that butter, then heate it a 
little, and rub your veluet vp and downe therewith, and 
it will then riſe againe, and be = faire as beioze, b 
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To take out ſpottes of cloth. 


They take the ſtraight bones in ſheepes forte that are 
ſodde, and dꝛie them and make them into poulder, with 


the which pou yall lap on the ſpotted cloth layd in the 


Dunne, and rubbe this poulder thereon till it goe all 
[wzth. 


To dye wooll red. 


Pe ſhall put to foure pound of wollen parne, tenne 
ounces of Allom, and ſœth it with bzanne water ſo much 
as ye ſhall thinke god, then take your parne out, and 
put that water out of that Kettle, and put therein againe 


tyꝛe parts of freſh bꝛanne water, and one part of faire 


tclæte water, and warme it a little on the fice, then put 
therein two pound of grening weede, and let it ſo warme 


a while, then put therin pour woll, and irre it wel with 


a icke the ſpace of thꝛe houres, but let it not ſeth in a⸗ 
ny wiſe ſo done, then take out pour woll againe, and put 
it againe into pour Kettle, and put thereto halfe a glaſle⸗ 
full ok vnſleakt lime, with as much of com mon aſhes, and 
thereto put pour woll againe, and ſtirre it with a ſtaffe 
ar o2 ſeuen Paternoſter whiles, than take fo2th pour 
voll, and pe hall haue a faire colour. Bub if pe will 
— a moe ſanguinc colour, then muſt you put 
into pour Kettle halfe a little glaſſe full of moze lime, and 
a Ultle alilfe fall of common aſhes, and thereto put pour 
woll againe, and irre it well Gill foure oz fine Paters 
noſter witles, then take fo2th your wooll and wach it, 
and ſo peſhall haue a vecis faire colour, 


Another way to make wooll a faire red. 


ben 
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When as your wool is made red after the ürſt maner, 
then ſhall ye caſt away that licour that is in the Bettle. 
and put into it faire water, and put thereto the cruſe full 
of faire made lye of common aſhes, and therein put «iſo 
an ounte of Allom, then aſſone as it beginneth to ſeth, 
put therein pour woll, and ſl irre it well therein foure oz 
fine Pater noſter whiles, then take it fozth and waſh it, 
and ſo you-ſhall haue pour wooll a faire coloz, This ma - 
ner of dying is after the ozder of Dozneke in Flaun- 
ders. 


To dye a faire yealowe. | 


Ik pe will dye pealow with wod, take off the wood 
leaues, and cut off the rotes, then cut them in paces,and 
lay them to ſoke in lye of comon aſhes thꝛœ hourcs, then 
ſ&th it a quarter of an houre, till pe thinke it be mately 
well ſodde Then put therein two quarts of water, and 
as much ſtale Uzine of fire dapes old at the leaſt, ſo let 
them ſerth together a little, then cleanſe it thoꝛo w a ſtue, 


und then put vnto the ſame againe of lye and Uzine as 


afozeſayd. Then ſtraine it thozow a faite cloth and ſeth 
it, and to two pound of wood take two poond of Uerde- 
greace, with the lye that pe haue ſod, your wood and al, 
putting them in pour ſapd colour, which muſt be medled 
and well ſtirred all together. Then mall re hays it all a 
little, and it ſhall be well, 


Another colour to dye a yealow with 
wood, 


Take and ict a pot with water on the fire, and make 
it warme, then take aſhes made of © ken wood, and calt 
thereof into the pot with water, and being wa me take t 
from the fire, and ſtirre it well. Then couer it cloſe tillthe 
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nert dap. Then poure the cleareſt lye thereof thozoſo x 
cloth ſoitly into another veſſeil oz pan, then take of god 
w od, and bꝛeake the rates off, and then cut them (mall, 
then waſh aud rince them in cold water, e then put them 
into the lie, and there let them (cke a night, then take and 
ſecthit, till the halfe be conſumed, and when it is wel ſod, 
then all hot clenſe it thoꝛow a faire cloth, then muſt per 
haue of verdegreace wel and fincly beaten into powder, 
and blend therof with a ſpone amongſt pour other ſtuffe, 
this mult be done incontinent thereupon, and alſo your 
lpe thereunto mull be verie ſtrong made. 


How to dye linnen or thread redde, 


As when ye will dye any Linnen oꝛ thꝛead redde, vr 


ſhall take one pound of ſamfleure, and let it ſoke halfe a 
day anda night in water milke warme, then put it into a 
thicke bagge oꝛ ſacke, and therein waſh and 1ince it in 
the riuer tül the bagge bee therewith red, then wzing 


ſhe water well fozth, and ſo take out your Sams 
fleure, and ſpꝛead it vppon a faire bozd o2 Table and 


make (as it were) a little thinne bedde thereof, then 
ſtrew thercon of white athes, in making beddes of your 
Samficure,and when pe haue ſtrewed them withaſhes, 
ye Hall take to one pound of Samflenre, a quarter of a 
pound cf aſhes, which aſhes muſt be burnt and made or 
the lyes of white Mine, and it muſt be wel chaft betwixt 
pour handes, the one againſt the other, then make thereof 
mall heape, and ſs let it reſt the ſpace of fine houres. 
Then ſchal pee rubbe it againe til it ware warme, then 
haue readie a faire baſon, and ſette it vnder pour ſtuffe, 
that it may runne therein, and alſo wing out the tuyce 
thereof into the ſayd baſon. Then caſt therein a pinte 
of wine vineger that is verie god, then pee map put 
therein a pounde of yarne , and it ſhal doe wel. * 
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fo dye your U innen cloth, pe ſhall put it in befoze pour 
varne oꝛ Fuſtian. Then lap it therein a day and a night, 
then take foꝛth your linnen oꝛ yarne, and then put there- 
in a gallon of aſhes of the Aſhe tre, and thereunto pour 
linnen, yarne oꝛ fuſtian, and ſo let it lye therein halfe an 
houre, then take it out and w2ing it as well as you can, 


then by and by hang it in the ſunne, then take that water 


that pe ſoked firſt your Samfleurein, and ſtrapne it (as 
afozeſayd) into the baſon vnto the other colour, then put 
therein a glaſlefull of Uineger, and then pon may put 
therein your parne, fuſtian,oz linnen cloth, and doe ther⸗ 
vnto as is afozeſapd. | 


Another way todye Linnen in a faire roſe * 
redde colour. 


To dye a faire redde Roſe colour of Linnen, p& ſhall 
take to euerie itit, yards and a halfe of Linnen,halfe a ti. 


of god gall nots, and ſ&th them in faire water all whole, 


the ſpace of 2. houres, then take it from the fire, 4 poure 
that water into another vellell oꝛ fatte, then put pour lin- 
nen into the ſayd water, and let it ſoke therein the ſpace 
of koute houres, then tabe it foꝛth and w2ing the licour 
well foꝛth. Then take faire water in a kettle, and ſet it on 
the fire, and put therein a quarter of a pound of Allom, 
and when it is readie to ſœth, take if from the fire, 
and put your tloth therein as ſone as pe bauc wong 
and ſtrapned out your gals afozeſapde, but lette it 
dꝛie a night befoze firſt, end then turne it welt therein 
the ſpace of a quarter of an houre. So tanke it fazth and 
wꝛing it well, + then ſ&th two ounces of Bꝛaſill in faite 
water, the ſpace oft wo houres, then take that fro the fire, 
and hange another kettle oner the fire, and put therein 
grays water, ſo warme it a little, and caſt therin two ki. 
of grening wede, then put pour linnen cloth therein, and 
he, 
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ohe that no Allom haue biene in that water. Then let 
it lyc therin halle an houre, and ſtirre it wel with a ſtaffe 
and then take out therof the ſaid linnen, ye may then caſt 
away the ſame liquoz, and walb pour kettle tleane, and 
put therein of the cleareſt bꝛaũll water, and let it wel co⸗ 
lour therein. Then take pour L innen and walh it wel in 


faire water, then take ok faire water in a panne, with 
. a little Allom and ſo ſeth them both together: and there⸗ 
in ſæth pour linnen cloth five o2 fire Pater noſter whiles. 
Then take outthe ſapd cloth and wing it well, and after 


that put the ſayd cloth into the kettle of bꝛaüll water and 
ther in pe hal turne and winde it wel, the ſpace of a quar⸗ 
tet ot an heure, then take it fozth and wing it a little, 
and in like wiſe pou ſhall do with the dying of Fuſtian, 
but vnto pour Fuſt ian you muſt haue two parts mo2e of 
Uerdigreate and Allom, and that your Fuſtian muſtlpe 
ther in halle a day and a night, then wꝛing it fozth, and let 
it d2te, then after pee map rapſe his cotton with cardes 
mcete fo2 that purpoſe: ił pe will haue pour Linnen moze 
fairer, caſt into the Kettle with your ſayd bꝛaſill, ſome lye 
made of white Lime, then put pour cloth therein, then 
turne and wind it therein the ſpace of foure pater noffers, 
and then take it fo2th thereof and Ou well, and ſo 


hange it vp to dꝛie. 


How to make your branne water, V ren ithall 
you ſhall vſe to dye red. 


Pe ſhall take a hat full ot wheat bꝛanne, and fake ſa 
much water as will as into theſmalkettles,ſolef it haue 
a welling oꝛ two on the fire, Then poure it into a fatte, 


then take two ether kettle fuls of water and warme it, 


and put it therein alſo, but firſt ſtirre it well, and ſo couer 
it wel. The firſt day you muſt ſtirre it often, and then it 


will be the better, then Gall pee let it and loure oꝛ fine 
dapes 


of ſponres andftamnes dure Aike, e, 27 
dayes till it waxe theriper, and which will be the better 


fo2 your purpoſe, and then ve e TN as vc ſhall ſeæ 
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Wt been moll in Liners | 


To foke e ee een nothin ttanenHoth; a | 
chafing diſh with toles, then cnuer the coles with a pew⸗ 


ter diſh, ſo let it be hate. Then la pour linnen thereof 
where the moll is, and with a Limon, oz an Ozange, but 
the Limon is better, to rubbe your moll therewith, and 
Coy ri nr ers —ͤ— rubbe 


cleane, e 
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ſeth therein, and with bzanne water alſo halfe an houre 
long both together, then take a littie græning werde, and 
the line ol bzanne water, and let be made hot, and put 
the lilke therein but let it not ſth; but take it out and 


— iir . e faire 


and woll.- . 
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| To ehen ale! in a fanguine colour, | 


- Bethalldyeſilke in lauguine as ve mut in all fozf 
take Allom as ye doe gtening weede, then mut wm 
à little faire water, with a little bzaſill, and ſeth — 
together. Then take part thereot, and ſeeth the ülke theres 
in, and as that is taken out, ſo take another, and then the 
. 1 then put it in lee, e as & Dep 
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” ro dye Silke blew. FIT | 
If ve wil dye blew filke, that Mke mult then be white, 


which ve muſt firft ſoke in water, and th wzing it fozth, 


then ye ſhall put it in your blew dye, and there ye may 
make gan" colour 02 darkeyagyepleaſe. 


gp pg ; 


nailed greene doth, © 
At ve will haue a faire grene,take a little in 


tet, and alittle allom, and ſeth them together, and when 


the Allom is molten, nut your fiihe therein, and let it 
ſeth the fourth part of an houre. Then take againe a lit⸗ 
tle bzan water, and a little wod, and put it therein alſo, 
till that it ware a faire darke pealow, At ve will hane it 


moꝛe yealower, then put it inthe blew dee, 1 va 
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| Todye blacke Silke, 


Tanke to one pound of ſilke, r2. gal nuts. and beat them 
to po dach ſeeth the ilke with the gals in faire wa- 
ter, a god halle honre long, then take of the blacke dye, 
and therein ſeth it another halfe houre, then take it fozth 
and let it be cold, and then put it againe into the blacke 
dye, and let it there ſeeth another halfe houre, it then it be 
nat taite: let it ſth therein ſa long till it ware a faire 
blacke, then ſpangs it in tze water, and lo leute. 


A purple ſilke to dye. 


Agen pe wil vie a purple lk, ye ſhall take fo one poũd 
offilke;4-onnces of Allom, and ſ&th the Allom in com 


mon water, andlay the alte therein and let it ſo lye koure 
houres 


of ſporres and flaines oh; of Silkes, Oe. 5 
boures. Then take toeneriepound of filke, two 
purple colour, e ſeth it together ashereafter is 
which is, ys ſhall take half pile. ui halfe water to ge⸗ 
ther, andſ@th ie therein tut it waretiters and faire; unn 
then ſponge it in faire water. Alſo to each pound offilke 
it behoueth to hane foureopnces of Allom. Als foz rcd 
filke to dye with crap die, ſs called in — pe ſhal 
dye with ſoure pound ot Allom, ant alſo pe all dye ſan⸗ 
ee reale Ai ene fen 
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| Tomes good dye i | 
. Take a pound of — pareofeoperey, 
and (&@th  Henqatthe rloth there ia, and 
Kirreit wel about. then hang it to die, thenpzepare pour 
dye as thus, tane a gd great fat. and put therin a fourth 
fre oy Rye meale, any halfeſo much ot ſwarke (of the 
indſtone, and ſo much al Claerbarke.and in like ot old 
the ſcales of van, as it comes of by 
* — all wel together, and lo let it ſtand 
& dayes oz euer ve put vdur cloth therein, and at tach 
time let eau linnen dzie afoze te put en 


To odyca green. | 


Take a light blew ceiour and put it into — water 
two houres long, then hange it to the time there as ths 
winde may dꝛie it, and then put it into the ſoꝛeſayd word 
and ſo vſe Rags declared. 


+4 


" | Wa Forms Carnation. 


"Take purper that is dzie, and lay it to ſoke a nighcin 
fie, then cake your cloth — — and d2te, 4 


2 — 
i DO — ano 


n 


therewitheand another partof clory þ 
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2f. ITheBabkt'ef Ding and nalin out' 
it therein hut n hall ſteth the purper twiſe in faire 
wats; then ſet another fatte hy the fire; aud let it ſ@th; 
and therein vit id all irſt nut vour cloth. — all 
9 — it inta veur dye, tilts bo faite nouga - 
Da cnneg dme ahm enam dag 0 
un ft Toimake a teude rarnatteen. 3 
2107 30008 14657022 £7 210 $202 07 — 
"Tomoke exoddccarnationtiie;vemntt 
77 —— e wollen, os HH varne, Sara 
u gall and allom it well · Ye muſt take an hearb 
led Foli in dutch, that ſhall ye finde by ditches c bankes, 
take a pound thereof that is die, this is in tuftes, and it 
is hote like wie · aſhes, and carnation in ſight, —— 3 


hap ay wpremen bath neon 


rot w — 
— 
70707 


Nager —— 

ve ſhall die it againe, — ſhalt not ſeſe 

to fourt elſes of cloth, ve ſqu tas a pound gr 

— — — 
ie lahr pe nameof De 


bs 
of each line much . It ye wilt hene a light — take pile 
new made, and ot the foꝛeſayd lye in like much; + theres 
with ye chall die, with the foꝛeſayd poulder put therein, 
and as it is ſod,put in that would die and ſeth 
it two . long, and then let it d21e, - | 


Nur ene Io il 8 +2 = 


| Tothe Linden, * op ; wm 20m 

„ 23 3208 £457:3 G09 r : 
'Ye hall firſt take to one ſtent ur Wehe Peu 
ſope aſhes (which are called in Dutch Wee Aſſeen) of the 
beſt, with üxteene gallons of waters feth it together an 


boure long, and then let it cleere one night, then gently 


pute of the vppermoſt thereof, ang ſeeth ockeg 
— — 9 ik your . 
- © 


' IDs Po: 
m4 2 — — — —— 


Ee ſpartes and nales aut of Sitkes,&c. , 27 


o2 like beynoughod , alle take a litele of your Flockes 
ia n bond. n agg dard grebe h. alſo put 


iin rauf mouth, andi itgec bu aa by apart uke ate 
— Free e Page it infaire was 
ter and then nt it in baanne water, acco2ding to the 
antitie of the wallen cloth, and ſeth. your Flockes 
Hertin, hen put it out thereof, and take bʒaſill and put it 
in water accazding to the quantitie of the linnen. that is 
to each elle ut cloth foure quntes of Bꝛaſill, and as the 
b:zaGlhath ſoda while, then ſtravne the bꝛaũil thozow a 
cloth, and put it again into your Bettle, and your Flocks 
alſo, and let them ſeth, then take a Ladle ful of lye and 
put it therein. ihus ſnal ve make it as hve as vou wil, and 
if ye wil haue it moze higher, then pat moze lye therein, 
alſo foʒ thꝛe pound of Flockss; fake fourg ounces of Al- 
lom, and ſceth them together, and ik pe wil ſeth dyed 
Flockes, take lye of Dope aſhes, as befoze it is wzitten 


o 


7 c * 
4 * 4d 4 
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of! v1.1 Wee? 243 10 09;03 19787 : ONT 
As ve will pry cloth with;faucet- Wood, yemuſt make 


youn lye wi aſhemof Nenawrke, and raine water, 
which ze chalet aud 'th:& houres long then ſeth it, 


button muſt he ſieſt ſod in the loe, and when it is 
ſodde, let it beg caled with other rolner and ſharper lye, 
with the laſt ire pee wall put to one:pund of parne, a 
great e Am een put itthrrein. Then al yt put 
hat une into n dr lettlt o; fatte then take twootmces 
of pautch ar, ahi bve-alſcke therein two oꝛ thꝛe 
bouxes long; then tofle and puch it up and down twiſe £2 

thzife and waing i, and with colder lye put there in, and 
talle it with a diſh to and fta.  A(C.anothes manner 
1 | | ka 3 is, 


which ver ſhall ſeth with Dope ates, then ſcoure it; and 


25 Tbe BookeofPying'and raking our 


ts, take a dilh full of vnſleu lymm, and quench it wich 
w_ hou — te dich full of wed athes, —— 
with the chalke all together well, and cherer v. . 
make a god ffronglye, and letit tho 03 foury times run 
thoꝛe lu the tubbe, then take the faneet woa / and hew oz 
cut it in ſmall peces, & cut it into the ie, and lot it ſeth; 
therein halfe an houre long. Then put therein ſope aſhes, 
and let it ſth another god halts heute, take it then ok, 
x put thereto ſpaniſh greene, g let it boyle twiſe 2 thtſo, 
and then ſponge it, allo with th:t pound offaucet woar; 


tt behaueth to baue two ounces ol ſpanich grtene t as the 


cloth hath been in the {rf licoz, if then it be to bzaowne oz 
to pealow, then put therto-of'wine aches, t a litieallom, 


Io dye woollen cloth ſanguine. | 


To dye wollen cloth faire, ye ſhall firſt ſeth god 
rye meale in faire water, and then put it in a faire tubbe 
o2 pan. Then caft faire water thereon, and let it io ſcand 
th:& dapes ts clete, then take of that water, put there⸗ 
in two ounces of altom, to an tile ot᷑ cloth; and let it ſeth 
two houres long, then let it hang and cole without wzins 
ging. Then put that water fozth of the veſell with ths 
meale and put therein à pound of the belt grening werd, 
and heat that allo, but let it riofſ#th, then put your cloth 
therein, s toſſe it wel with pour hands ut ſething, 
and take it foꝛth and put it in a panne with faire lye, and 
let it lye therein, and ſo let it dzie, and it wil be a red. If 
v will make fairer, pou muſt haue of bzaſill, take an 
ounte of Allom and allom it as apa in another was 
ter, then ſ&@th two'ounces of Allom with that bzaMl, in 


bꝛarmne water made, and as the bzafill hath ſod a while 


therein, ſo put thercin of cold water, then takeſo much 


thercok out as will weat pour cloth in, and ſtirre it well 


therein then ſhallye take ot other die, vntill the nr 


. —— — ———— — 
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it hath ſatficientynough, if v will haue the ſame a ſan· 


guine, lay it in faire lye of ann and dN it will 
Dane a taire ſanguine die. : 


To dye woollen yarne, or cloth. 


To make this dye, put to foure pound ol * 
parne oz cloth, tino pound of woad · Put this waad in a 
Aettle, and caſt therein of faire 7 » then caſt againe 
halte a tin diſh full of aſhes out of the fire , and as ſone 
as it ſethes, put your w varne therein, then let it 
ſeth eight oz nine Pater no 
your yarne fozth, i put a little w 2 8 out of the 

tle, and then a few aches out of the harth, and put your 
wollen yarne againe therein: and ſo let it ſeeth a god 
while, it it be a bzowne ble w, it ſhall be a darke gren,and 
MY en wollen parne, ſoit halbe a yealow colour. 


Againe to dye WW oolenz Yarne. 


: As re will dye wollen parne that is grene, your 

- ,yarne pee ſhall firſt ſeeth in bꝛanne water, which is to 
under ſt and, to fonire pound of varne, ten ounces ot allem, 
and let it ſeth two houres, then wing that out, and put 
it in the dye thus made. To foure pound of woll yarne 


take two pound af woad, and ſeth the wead well with 
dear; aſhes, in lye 1 ege befoze, ſo let it ſeth the 


fourthpart rt boure, then put the cliere into a cleang 
fatte 6; eſp t*en 1 705 7 part of an onnte of 
ſpanith grene, talled Yervigreace, poulder it well e caft 
it therein, andffirre Wach Mens oz ftaffe, then put in 


your parne, fo turne and tolle it therein the fourth 
part of an hower, and then Let it vie. Af it b& not 


faire ynongh, then put it in agatne, and doe as hefo10c, 


10 


iles long, Weit f 
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alſo as ye would dye blelw wollen parne, uu hall put it 


tut in warme water, then wen r an dye it 
bie w, as it is aſozeſapd. . «NP 


To dye with braſil! as re: das a Roſe. 


Take ſire elles of linnen, and thereto halſe a pound of 
beafen gAles'ofthe beſk: then put it in faire watery and 
let it ſerth about two honres, but the — — os ras 


ounces of oh and id ſeth it with 3 when 1 
ſod, take tt from the fire, and put vour galled cloth there 
in, as hote as ve map ſuffer it, the ſpate ot a . 


Honre; then take vour bꝛanne water and put therevt in 


Bettle, and as it is warme, put therin two pound of gre⸗ 
ning werde, let it the firſt time ſoke well therein, and let 
it be well and hott, but not ſeth, and then put your cloth 
therein, and ſtir and handle it well at the firft with our 
handes, nye halle an honre with a ſtatke toſt wy 
tont, and wel handled in the die, and then ye os 
your cloth, and ſponge it in water and wy itclea 
Then take a little Allom, and ſeth it with water, then 
ſhall re haue two ounces of hꝛaſill ſodde in light 7 8 
e pater noſters long 5 

zal üll ſodde in light Peler, 

dle and irre it well 


xe haue two 5 
and put ebe, therein 
thercin, and ſ irre it well about the ſpace of à quarter of 
au houre, and wing it teh loge, then d2ic it, Then if 


ij he not die ebe wels as elde is ſayd. 


Howe 


of dag and [taines our Ares Sc. 31 


- | | Ho v to make a greene Water. 

2 

Take nye halte an ounce of Ucrdigreace 4 and cruſh it 
well in a wodden dich, theu put thereto the polke of an 
eggeandtiya blades of ſaffron, then take al the leaues of 
ſparge halfe a handſull,.an2 beate them in a meater, and 


thereto caff a god glaſſcſull of neger, and Eraxne if | 


thoꝛow a cloth, Then take of this ſtutfe, and put there⸗ 
ot in a dich with the Merdigreace, and ſlirre it well toge⸗ 
ther and make it thinne, that it max be the better to dxe, 
oz to wooke With a penal, c as pe 1 thinks belt, 


_ rache bit imnen with braſil, 


* Pe ſhall fake faire wafer, and heafe it over the fire, 
then ſhall pe haue the poboder of galles, and put thereof 
into the Kettle over the fire, and ſo let it ſeth a quarter 
of an hower: then tate it from the ſire, and take another 
vellell and put therein ſo much cold water, as of the o⸗ 
ther in the Kettle, and put that hote in the Kettle theres 
vnto. Then put pour cloth therein, and ſtirre it well vp 
and downe therein, and as pe haue done ſo a while, then 
let it lye therein foure houres long in that gall water, 


then take voir Rektle againe with other faire water, 


and let it ouer the fire and make it hate, then put allom 
therein ko the Betile euer the fire, and as that water is 
bot, and the allom melted, pe muſt then haue anether 
veſcell oz fatte. with cold water, es much as of the other 


-  hofe water, and put the Allom water therein, then put 


your cloth therein, and ſtirre it as afozeſapd, and ſo let 
it then lpe therein foure houres leng, fo done, then reer 
hall Wing it out and hange it to dꝛie, oz to dzie in the 
ay2e, but let it not bee fa dzte. Then (hall pe take your 
bꝛaſill made in powder, and 50 it in the panne, and ſo let 

it 
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it ſeth therein, the quarter oł an honre, and befoze that 
bꝛaſill doe ſceth, ye hall take wheat flower, put therein, 
mite it all together well in a diſh, and put ik into the ket⸗ 
tle befoze it dec ſceth:thus done, let it ſceth, and as it hath 
ſod, then take fc2th ſo much of the bꝛaſil, as ve may put in 
your cloth, and ſtirre it well about, as is afozc declared, 
thus done, let your cloth reſt therein a god whtle, then 
wꝛing it foꝛth, and hang it to dp, t es it is dzp , ye ſhall 
take that liquoꝛ that it hath tayne in, and put that away, 
then take againe fo much bꝛaſill as befoze, and put that 
cloth therein againe, and then hange it to dzie, and as it 
is dꝛie, then put it in another litoꝛ, and h ing it againe to 
dꝛie, and then it is fl dene. And to know the quantitie 
of weight, which is, te euerie elle of linnen cloth, pe (hall 
take a lot ot gall powder ſo called in Dutch, gas much 
of allam, and ts each clic of cloth one dunte of bꝛaſill. 


To make a faite yealowe., 


Tomakearcalow, that pe map /wozke with ople, oz 
watcr, pe ſhal fake woad, ſo much as ye Hall pleaſe, ann 
tet it d and to ſoke a night and a day in lye made of ſoape 
aſhes, when itis thus ſoked, then ſhall pe ſeth it, couer 
it cloſe ſo long as it ſteth, thus done, then ſet it kram the 


ire, e put that liquoꝛ into another pan, c ſo ſtraiut it tho⸗ 


roug g a clean cloth, then take the pan and poure the thin⸗ 


neſt abone off, fo long till pe ſe the die vndercome with 
al, then take the fozeſapd cloth, ꝭ ſtraine it sgaine thoꝛo 


it, into another pan ſo long as ve thinke the ſubſtance of 
the woad doe tarie in the cloth, til e thinke that that was 
ter is thin prough to llaine, and then re may vſe it. 


A faire linnen cloth to dye blewe. 


Fo; to dre a faire ble bo, pe ſhal take a pan of faire ras 
| | tcr, 


Anorg. 
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ter, and hang it ouer the fire, q let it be ſcething het, then 
mult pe haue a veſſell ofhalfe an 4me,ſacaldin dutch, o: 
thereabout, 4 as your lico21s hot, put thereto 3. pound ot᷑ 
wheat bzan,s 3- pound of aſhes, and a pound of greening 
werde, ſtir al this in the pan, + let it ſeth 3.02 4. paterno- 
fters long, tht᷑ take of flozay vnder halfe a pound, ſoke it 
in faire water, a let it there reſt a quarter of an houre c9- 
uered, then take pour clean veſſel oz Ame. 8 therein put 
your ſoked flozay, then take the hot licoz ouer the fire,but 
let it cole ere ye put it into tbe fatte , then put it in and 
ftirreit well, eſo cover it wil and cloſe, and [ct it ſo reſt 
fire houres long, then vncouer it + ftirre it well about a 
god while, then couer it cloſe againe, ⁊ let it reſt other vj. 
houres,the vncouer it xflir it as befoze, ſo ſtop it again, 
then vncouer it within 2.03 z.houres, and lone it᷑ the dic 
begin to come, 02 begin to wax greene, if they doe not, let 
it reſt longer and ſtoppe it cloſe, if ye ſa it be come, put 
therein ſome of pour cloth that ye would die, and turne 
it well therein. then wzing it out, and let if reſt 2.03 3. 
houres:then put in again pour cloth, vſe it as afozeſayd, 
and ſo ſtop it wel again, and let it reſt ſo 2. 02 3. houres, 
till ve ſhall ſ& the dye begin to come, and the flower to lye 
abone,x to euerie going that pe gos thereto, ſee if the co⸗ 
lour be green pnough,oz war green, and when ye ſhall ſe 
it ſo,ye ſhal ſcom off the flower with a diſh, and then put 
your cloth again therein, ſtirre it wel, and wz2ingit fozth, 
then ftop it again wel, and thus ye mult colo2 thzœ oz 
foure times a day. Then muſt ve take the dye in the veſ- 
fell, and hange it ouer the fire agatne, and there let it ber 
hot, and put therin two pound and a halfe of aſhes, Then 
put it in the latte, and ſo let it reff, but Koppezt well and 
cloſe, ſo let it reſl a night, but ſtirre it once in the night 
with a ſtaffe, t ſe in the moꝛning if the die be come, as a- 
foeſayd, 4 lo put in your cloth againe, but let it not lye 
therein to long, that it cole not the die, and as vie 


in 
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haue thus drevit ſoure times. Then ſhall ye make it hot 
agarue ouer the fire; putting therein two pound efpet a- 
ſges, ⁊᷑ ſo let iffef alls night, ſtirre it onte in the night 
as afozeſatd, n) ſloppe it cloſe, and when pee ges there⸗ 
to / ſu if che dye be come; ikit be come, ye may dpe, as 
beloꝛe, what pi thinkegod, and when pour colour war- 
ech a faire arte, then is pour die god and ripe, and the 
lloweis will lpe faire abour, but as it beginnes to ware 
realow,then it is to rige: and tgen may put in moꝛe 
cloth. 


How to dye a faire Linnen with bra" tl. 


Ve ſhall take fo much linnen as ye will and ta enery 
elle ol linnen, take two ounces ok gall nuts, oꝛ rii. nuts: 


theſe nuts per ſhall bꝛeake in twoo o2 tho peeces, then 
put them into a kettle with water, and let them ſceth to⸗ 
gether, and when they haue ſob a quarter okan houre oz 
leite, then fake if from off the fire, and fake peur cloth 


foozth thereof, and let it a little foake by, but let it nat 
dꝛie. As ye haue thas ſodit, ve Hall take another Rette 
with faire water, and put it ouer the fre and make fe 5 
thing hote then ſhall ye fo euerp elle of cloth take tog 
ounces of Allom which pee ſhall put in the ſaid water, x 


us it is melted, yee ball take the fozeſald cloth and put 


it into the rats keftle tothe Allom and let them Tccth ta⸗ 
gether a quarter ot an houre, then take ttfozry of the ket⸗ 
tle and wꝛing it a little, then hang it to dete a little, but 
not too much · Then pee muff haue pour ſod bzalill ag 
thus: ve Yall fake lyxe made of wood aſhes, bat ſe it be 
not too ſtrong. and theredt ſo much in pour panne as wil 
make pour cloth meat, then put pour b2attl! inta the pan 
with the lye, and ſo let it ſeeth a quarter of an haure, then 
ſet it frem the fire; and haue ready an earthen panne, and 


by and by put your liqnoz and bꝛaũll therein; then Hall 


re 
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yee put vdur lozefaideloth therein; and Mitte it x _— 
well therin, but ſe that if be not td pofthe ſaid Allom 
that it hat ben ſod with. Alo to fonre gellons of lye, ve 
all put leſſe 12 halfe a 1 of ben mt poulder ſmall 
beaten. denne 


To make a fayre bra{ll colour, to irorke on cloth 
| or paper. 


Me Hall fake a faire potte andpüt wertin are 'of 
thalke ſmall bzoken; and put thereto a pottle of god Ui⸗ 
neger, and ſtirre it well togither 3 then let it fand a day 
and anight, then poure the cleareſt into a faire panne, 4 
ſee that no chalke goe — en 1785 two parts ofthe 
ſatd lye und put it into d tte pi oo Fever ee 
ard recth it fue noffers leng, and * eit from 95 
fire, and put the liqnoz into a faire pan f U put 
thereto riiii. otinces of allem ier th 


the which ye hau charged und vnd let it ther) far af , 


laid, and then pat that liqtro? into unother panne, 
put thorets riti⸗ounces of 24loth, whith 7e wall tr 0 
well as aſ6zcſaid, and when yr dar ten it long, put it 
then tothe other and ſtirre it well: and as re will haue 
it dꝛie, lake a panne and fill it full and 40 it in the wind 
vili-dupes oꝛ moe und een fit as! tis faire 
dee aer Woguvtherrwith,” 


"Bins Bucketenir0 he: 55, Is 
#Þ) $336Y £ 7 HCI N | 


then take theother parts put it to the f an © 


- 25 thzo pound of guts 67 Turwin tele vin 7 


dutch) and a pon of: Pede, a pdund dr Ke, Ans 0 


ther pound of tpe aſhes; teke te. Waker 5a 


rſt vee wall put your Klozav into f faire katte and pat 
thereto ten quarts of water and irre it well al together, 
this muſt be ſo hote that rr ſuffer your hand th — 
4 3 nz 
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in, in the other water yeſhall put the gruis, with the a⸗ 


.afpzeſayd. Then take another pot of water, and let it ſceth 


— — —— — 
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ches and Pede, and that put together, 4 ſo ſand, which 
pe ſhall irre x1j-houres long, and waring a blew, ſo ye 
may wozke with it. At it be not blew rough, ſo let it 
_ couered, rr. houres long. 


A red to dye with 3 


Lake a pound of Crampmede, to thꝛte elles of linnen, 
and take a faice pot with water, and ſet it by the fte till 
it be readie to ſeeth , and put therein tiwo ounces of gals, 
and let them ſo ſerth together, and then put pour linnen 
therein, and take it ſometimes out and in, and at each 
time wzing it well out. Then take a faire pot with faite 

water, and make it ſ@thing hot, then put therin an ounce 
ol Allom, and ſo let it ſeth well, then put pour cle th in as 


therein till it be red, then take that cloth out, and clenſe it BH 
all about with a cloth. If ye will haue it moze darker, i 
then muſt ye haue alye of vnquenched chalke, with a like 
dye: men with woad aſhes doe make a red dye oꝛ colour, 
- . without vnquenched lime, in dauing woad aſhes in | 
ſtead of baquenched.lime, 


Io dye blecke Veluet or linnen. | | 


 Takeof gals andcoperas, + ſerth them together, and 
put pour linnen therein, 4fithe gray ſilke, then takeof 8 
Elder barks, and old pon, and put al in a berringbarrell 
oz veſſell. Then take gruis og ſwarfe, this ſhall be a | 
third dele of the fat, the other two parts halbe faire was | 
ter, ſo let it Fandth2e werkes long, & ſo Cir it often well 1 
about, and put pour gray filke therein, and as this is 
done, ſo ſhall ve hang it to dꝛie, and ſo put it in againe, ſo 
ekten till that n In ſtead of galles ge | 
mar eee of er rer blacke. % 
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To małe gray flore, 


Take fl02e and lay it to ſoke 24. -honres, then w2ing it 
out thozaiw a cloth, then take lye of wine aſhes; and ſpꝛed 
it two heures long on a kaire table, then take the ſayd lye 
and put it in thꝛœ veſſels, + take the Floze and put it in- 
to one of the veſſels. Then put it well ſoꝛth, and then put 
that Flo le in the leaſt vefſcll, then ſo in the middett, and 
in the ficſt, but ere pe put the linnen therein, put in vine⸗ 
ger and wing it out. 


To dye ſilke ted. 


Take of god wod aſhes, 4 make Aa god lye thereof, and 
put therein of willow o2 faucet woad, , barbarie wod 03 
realow wo, ſoke them therein anhoure, then ſ@thit a 
quartcrof an houre.then put pour cloth therein, i put in 
a little deren griene, but that cloth pe muſt pere ws it. 


To make a blacke water to die * ab 


A blacke water to die all maner of like clothes, ve hall 
take halfe a pound ar gall nats, e put thereto ſomewhat - 
leſſe than a pottle ot water, and an ounte of ſwarfeof the 
grindſtont and a god deale of the fplings of pꝛon, make 
it ſeth,e put thereto a quarter of a pound of coperas,and 
ſeeth all to the halle, and put therein a pound of gumme a- 
rabie, thenſ@th-it till all the gumme be meltcd. - Then 
ſct it from the fire, the older it is the better it will be. 


To małe athicke water to-worke on yealow ſilke. 


Take a pottle of the beſt vernite ye can,q put in an ounce 
of bʒimſtone in fine pou der, s half an ounce of Camphier, 
then 
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then ſeth it a while, and let it cole, then ſtrapne it tho⸗ 


row a cloth alſo with this pe hal wozke thinne, and this 
mul be lod with ye (urth pare of gumme verre 


e omerke: on yealov ge, v maar, ora- 
J 11] 233? 2 ute colotr. | 4 


Toke apatile of Tanbaits water, ann fourth — 22 


Axſentckein powder, and two ladles fultof woddzcut the 


aas in fl ces ,antmiake itſgeth asherting,that is 
foftly, then let it from the fire, and put therein ſa much of 
grapncs, as ve put in poꝛrage, and herein alſo pe ſhall pt 
in of gumme of — much as roulſya!l thinke god. 


nt : Tomako a tediter cg! 12: 


2.288. 


"Take a pottell-of faire water, and a fourth part of 
gumme, and halfe apotoffancet woad(ſocalledindutch) 


and then ſerthit together tillthz& pintes be conſunred, 


then ſet if from the fire, and herein yo ſhall put halfe an 
ounce of ſpanich greene, and then put in alſo ok graynes, 
ſo much as ye doe in leaſoning your n 


— 
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5 


abe bogbn innen be one pound, take afourth part of 


Allom, but firſt ſceth Allom, then tay poar {tanen therc- 


in the ſpate ot two houres, then take of beziecn galies.and 
put water thereto, then lay vour linnen therein, and put 
in a quarter of a pound st hall, and an ounce ot gumme 
of Arabie. Then let it ſeth a fourth part in, and then put 
in your Linnen. Af you will haue it à redde, then put in 
no e ä 


To 
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Te make a red water for white ſilke or woollen, 
greene; yealow, violet or aaure. 


Take apottle of running water, and anounce of bꝛa⸗ 
fill, ſ&tb theſe till the halfe be conſumed, Then take it 
from the fire, and put in ſo many graines, and as feput 
vnto a pot of pottage,and a fourth part of gumme. But if 
re will make it a light red, put it into another fat, where 


as there is a quarter of a pound of Allum made in pew- 


der, and ſo let it reſt all night, and it will doe well. 


To make a blew. 


Take th2e parts of Sope aſhes, and one part of vn- 
quenchedlyme, and make a lye thereof, and then let it 
cleare, then ſtraine it thꝛough a thicke cloth, and pe ſhall 


take rv. quarters of theſayd lye, and put thereto a pound 


of Bloemen (fo called in Dutch) then ſtirre it all well to- 
gether with a ſtaffe, and warme it ouer the fire, ſo that 
you may not ſcant ſuffer. your hand therein, but firſt your 
cloth muſt be ſod in Allem, and alſo dꝛyed, then put it in 
the warme dye, two oz the times, then after, if y& will 
haue it blacke o2 light colour, ſo ye may vſe it, but befoꝛe 


all thinges your dye muſt be warmed, ere pe dye oz coloz 
therewith. 


To make a faire ſanguine dye. 


Tahe vpon each elle of linnen, ſire galles beafen into 
powder, and then take thze gallons of water put into a 
tubbe, and put the powder of the galles thereto, and ſtir 
them well together, then lay pour linnen therein, and 
turne and wend it wel. Then take and wing itv2y out, 
then let it lye therin againe two houres long; but at each 

F houre 
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haure ye muſt wing it, as befoze, and lap it . again 
in the tubbe, and as it hath lapne two heures, ſo wzung 
out, then take an ounce of Allom, of the beſt, and tha 
gallons of water in a Ecttle, 4 make it well and hot rea⸗ 
die to fœth. till all be wel molten then ſet it from the fire, 
and put your linnen therin,q do it as ve haue done befoꝛe 
againe two houres long, then after that take a pan, and 
put therein two gallons of water, and warme that like 
the other, then take th2& ounces ofbzaſil, and caſt it ther⸗ 


in, againe let it ſeeth a quarter of an houre, then take a 


god quart of water, and caſt it therein ſething, and taks 
a quact of that die. and lay your linnentherein fire 02 vii. 

paternoſters long, ſo that y dye be dzunke all in the ſayd 
cloth, then wing it fozth and handle it well, then tay the 
ctoth againe in that dye, toſſe it, and turne it and wend 


it well therein, and let it ipe therein ſolong as afczeſapd, 


and ſo w2ing it out, then take the third colour and lay it 
therein, and let it lxe therein a quarter af an hourc,and fa 
it will be we 


Aligtt red dye foi Skinnes. 


To die a faire light red, take 14. dzie ſkinnes as they 


tome from Antwerp, and put them in the riuer, oꝛ in was 
ter two daies, and two nights, then take them out ofthe 
ſaid water, and put into a fat, a kettle full of vnquencher 
lyme oꝛ chalke and put ſo much water thereto, as the 
felles may well be coucred therein, then tirre them well 
with a ſtaffe al together, and put your felles therein, then 
turne and toCe them wel, ik it de in the ſummer, it chal be 
pnough to lye thert in eight dapes, e ve muſt each 2. daics 
ſe vnto them, if it be in the winter, they muſt lye therein 
a moneth then take your felles out, and hang them again 
iu the fozeſaid riuers 92 water thꝛe dayes, e thꝛe nights, 


then akter waſh them well in a tubbe with luke warme 


water 
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water, and ſtampe them mith pour fete then after waſh 


them againe in the riuer water as afozeſapd. and hang a 
Bettle ouer the fire with faire water, and therein put 
4. pound of Allom, and when it is molten in the water, 


fething hot, putting in ſo much water that it may be no 


hotter, but your hand may ſutfer thertn without ſcalding, 
then ſet it from the fire, and put your Felles therein, and 
ſtirre them well with pour hand, ſolet it reſt a dap and a 
night, but as ye goe to bed you ſhall tir them once well, 
then after take pour Felles fozth,4 wzing the water well 
out, and as pour Felles doe waxe ſomewhat dꝛie, xe mud 
weat them againe: then take 4. pottles of pille that is 
ſtale, hang it ouer the fire in a pan, let it ſeeth wel, a ſcum 
it clean ſo long as any ſcum wil riſe, then put in a pot ful 
of beaten lacke, and let it therein ſeth a little, and put 


therein ſo much Allom as a haſel nut, x giue it therewith 


a boyliug, then ſet it from the fire, and let it ſo reſt till it 
be told to ſuffer pour hand ther in,.thẽ put a glaſſe ful ther⸗ 
ok in your felles which be readie ſowd like a ſacke, £ hold 
ik to aboue, c with your other hand hold vnder, and ſhake 
it vp and down as pou would bolt meale, doe thus ſo long 
til the coloʒ hath well taken the leather, then turne pour 
fels about, but if it be faire pnough let it fo be, ik it be not 
faire pnough,put of pour ſapd ſubſtance againe another 
halfe alaſſe therein, and ſtirre it about as bekoꝛe, and then 
rippe pour felles, and hang them to dꝛie in ſome bye lot, 
And as they be dꝛie, ſo take an? lay them a night in a fat 
with water, à next day taw the on aſharpe tawing pꝛon, 
bntill they be all wozkemaniy done, then they are well. 


To make leather red. 


Take an once of allom ⁊ melt it in a calls of water,the 
take a calfes felle, a ſpꝛead if on a rame, ſo let it be rubbed 


all auer with allom water firſt, then incontinent ye Hall 
F 2 ſrike 
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frike it all over with bzaſill water, and let it ſod21e in, 
and then ſtrike it all ouer againe, and fo let it d2y in icke, 
but the colo2 92 die muſt be made warme alwapes when 
ye rub thereon. But firſt ye muſt make it weat with cold 
water, and wing it againe out, and then ſtraine it iozth 
on a boꝛd and ſo ye map ble it. 

The foꝛeſapd b2aſill water, ye ſhall make thug. Take 
th:& gallons of raine water, and put therein loure ouns 
ces of bzafill woad made in powder, and halfe an ounce 
of Wey-alhes, called Dope alhes, with a little ſaffron, 
Then ſerth it ſo long tilt the third part be waſted. Then 
cleanſe that out, and the pot with raine water again, and 
let the halte ſeth away. Then is the ſtrength all out, and 
with this laſt water ye ſhall colour fir ſt, and with the fiitt 
water, pe ſhall die oꝛ (one lait. 


To dye red felles. 

To dye red Leather, pe ſhall ſeth Lack in bean ſtraw, 
and a curſp pille, as afozeſayd is. Then put therein ſo 
much as two great Beanes, and then take an ounce of 
bzaſill water, and ſo let them ſeth together. 


To dreſſe Felle; with gold. 


To dzefſe Felles with gold, take bzowne red grinde 


it on a ſtone, with water mixt with chalke, and lyme 
water, and therewith you ſhall firike pour Felles twiſe 
ouer, then lay pour ſiluer oz gold thereon, and let it dꝛie, 
then ſhall pe ſmoth it with a foxth, and ſo ſtrike it auer, 
and then dzie it in the ſunne. : 


To colour greene Felles. 


Ta colour grene elles, take @paniſh argne;e grind 
if 
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it vpon a ſtone with wine Uincger, e ſome ſaffron, tem- 
per this with gumme water and lyane, and ſo ſtrike your 
ſkinnes therewith, 


To guild on Lea ther, 


PeſHall ouerſkrike your Leather thꝛiſe with whites of 
eages, and gumme water, then lay your gold theron, and 
licke it well and faire, oz the polkes of hard reſted egges, 
mirt with gumme water and ground, the red and the 
gray ſkinnes ye may verniſh them, take a flat baſon, and 
put fire vnder, and ſpꝛead the Felles thereon, and ſtrike 
varniſh alſo cuer the ſkinnes, where it is coloured, but 
afoze pou ſtrike pour Felles, ſtrike it warme on the Bas 
foi, and then let it dꝛie, then ſmoth the colour all over 
euen, and when it is dꝛie, then licke it oz burniſh it with 
a toth, and as pe will haue it faire, ſo take an end of a 
tallow candle; and rubbe it on pour arme. from the hand 
to pour elbowe, then firike it all ouer with that part of 
your arme, and it is done. 


Againe to colour Leather red. 


Take the dye foz a red Leather, and take an ounce of 
bꝛaſill, in a nealed pot, and ſeth till the third part be was 
fed, but firſt waſh your Leather in Allom water, oz in 
other water, but let it not lpe long therein, ſo let it 
dye, and put it therein, and let it reſt two dayes.and two 
_ on a tacke, aud then hang that Leather in the ayze 
o dzpe. 

If ye will haue it ſangnuine, take of Wine bꝛaunches 
ates, and make lye thereof, and with this lye, ſeth pour 
bzaſill woad, and ſs ve may colour red there with? 


#0: 77 To 
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To colour Leather greene. - 


Take an ounce of Equiſctam, in Englith hozſefaple, it 
is an hearb growing in low places oꝛ medowwes,put ther⸗ 


to ot old ſtanding water, with a quantitie af Allom pows 


der, with a little coperoſe beate in powder, ſo vſe it. 


To colour able Leather. 


Firſt you ſhal take anounce of Endix, ſo cald in Dutch, 
with one ounce of chalke, and a pottle of Uineger, 02 god 
ſharpe lye, then put all info a baſon and there ſtirre it ail 
well together, firſt your fels muſt be made ready therteo, 
as afdze is declared, then put pour ſtrife thercon, and 
ſo — it as the other, and it wil ſhew a faire blew element 
colour. 


To make a faire red colour. 


Take pour Leather which is allomd befoze, then take 
ok old piſſe, of ſuch as vſe to dꝛinke much wine, and let it 
ſfand tiil it ſtinke, then take the cleareſt thereof, and ſceth 
it til the half be waſted, then take two ounce of lack, with 
one part ot bꝛatill.a part of Allom,z apart of Salarmonia- 
cum, beat them all together, and put them into a pot, and 
ſet it ouer the fire, and ſtirre it well with a white ſticke, 
vntil the ſticke waxe red as bloed, then take it off, colour 
therewith luke warme. 


Another fine red colour. 


Take halte an ounceof bꝛalill poder. and halfe a pot⸗ 
tle ot old water ſeeth them together, and ſcum it wel, then 
take a litle allo, which muſt be firſt kuld in clay, firſt 1 
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t from the fre, and put them in your ſayd allom. ſo re⸗ 
ſerue it, and vᷣſe it as the other. 


To make a light blew colour. 


Take the flowers of the blew bottles among cozne,and 
picke them off, then grinde them in a tone o2mozter,and 


pat therevnto a litle Aineger, then temper it with allom 


as aiozeſayd, fo thall ye haue a faire blew colour, ſo may 
pe vſe it incontinent fog it will not laſt long, but chaunge 
colour, 


To make a white Leather blew. 


Take hengarten beſien, ſa tald in Dutch, which J take 
to be the lam Elder, tald Dane w2ote, ſeth the ſapd bers 
ries in Water, then with pour hand ſtirre them well as 
bout, and alſo bꝛeake them, ſo done, then ſ&th it againe a 
while, and (@ let it cole,and being warme,ftrike all ouer 
pour leather once 02 twiſe, 02 as oft as pefhall ſe cauſe, 
then take of Endix, ſo called in Dutch, and trew of that 
*powder thergon, and tub it in, and ſo it will doe well. 


Another iy for red 9958 NH 


Ta make rour red, fake a pound of Poſherumps with 
a little of vnquenched lyme, then put thereto a pottle of 
water, and let it ſtand a night, then take two parts of o⸗ 
ther fatre water, and a third part of chalke water, with a 
quantitie of bꝛaſill, then put all the ſayd ſtuffe into a leas 
den pot, and let it (&th till the halfe be conſumed, then it 
will be well, and pe may bſe it as the other. 


To 
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To make a greene colour. 


Lake the leaues ot an hearbe called night ſhade, then 
ftampe oz beate if in a mozter of tone, ſo temper it with 
Allom, and ſo colour your ſkinnes therwith, alſo pe map 
take ofthe grerne berries of the green Bertie ⸗tree (which 
the Painters vſe) ſtampe them, and ſo let them reſt ten oz 
twelue dayes, then ſtraine them, and put Allom water 
thereto, and rike pour ſkin therewith, but frſt make if 
warme, and ſo vſett. 


Another good greene. 


Take one part of the fozeſapd lowe Elder berries, and 
ſeth them in ſufficient water, then put therein two oun⸗ 
ces of bꝛaſill powder, and an cunte ot walkers clap, with 
à pottle of olo water, let all theſe ſ&th a god while toge⸗ 
ther, then pat in your beaten Allom, but not afoze,ſo ſhall 
it be a faire colour as the other. 

If ye will haue it a mo2e darker colour: pe muſt there- 
with ſtrike twiſe all ouer pour ſkinnes: to haue it a ligh- 
ter colour, then ve ſhall mingle it with old raine water, 
and ſo vſe it. 


To colour blacke Leather after the order 
in Germanie. 


To colour Leather black, take a Verring barrell, and 
lay it 3. flagers thicke in the botfome with Elder barks, 
then take the fylings of pꝛon, and ſtraw it all ouer the 
ſayd barks, then take as much barke of Elder againe, 
and lay'it therin, and ſo likewiſe pour filings thereon as 
befoze. Doe thus, till the ſayd Barrell be thz& quarters 


filled, and hath taken to the quautitie of foure pottels. 02 
moze 
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moꝛe of the filings, then take ſo much ol raine water ag 


will fill it vp to couer it allauer, fo lot it tand a month 


befcze per colour thercwith, and euer as it wareth emp⸗ 
tie, fil if vp againe with filings and raine water as be · 
loze, letting it and (ſo filled) a-moneth after, and als 
wapes let the laſt couer be the filings aboue: and when 


you liſt to colour there with. vnto thate pottt is of colour, 


pe muſt haue iii. ounces of beaten galles, and to oun⸗ 
ces bf coperas water, then let it ſethtogether befee va 
die, that pe map colour the better bereue thus pee 
may vc it at your pleaſure. 


Tocolour a hire Dall 


Firfl fake your ſkins and hange them in lyn:e water, 
till they ware ſupple, oꝛ in chalke water, and when they 
be welſoked, if pe wil make haſt ot them, ſirſt take oft the 
batre; and clenſe it out ot the ſayd water, ſo that all the 
ſubſtance afozeſapd bee taken fozthof the fels, and be · 
ing clenſed then a day oꝛ moe, then wʒing the fayd was 
ter al cleane fozth, and let them dꝛie, and to fire felles 
put not aboue two duntes ot Allom, and let pour felles 
lye therein a night and a dap, then wing them and 
— them wel vntil they bee al cleane » and then vſe 


Another faire red colour. 


Take a felle oz fels, and weate them in Allomwater 
and falt mingled together, and to jiij. ounces of ſalt, take 
viii. ounces of Allom to the weating of pour ſapd fels, 
and alſo two ounces of lime, then ſeth al in two pottels 
of raine water, then ſtraine it thzough alinnen cloth, and 
wach therewith what fell ye wil, then ſpꝛead it abꝛoad 
on the earth, and take — CR 

icoʒ 
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licoꝛſtrike the (atd kelles all quer, and ſo let them dꝛie. 
Then thep will ve ce adie fra ta receiue pour colour, then 
atter that tauc at the leaſt fonre unces af the litoꝛ of the 
iaſt end of a bzewing, with two nunces of bzafil powder, 
chen ſeth all thoſe in two pottles of the lyt of ſoyr aſhes, 
with one ounce of Allom and when it is well (od, take it 
aft the fte, and all to ſtrike vour te lles thẽrewiti, e then 
let it dꝛie, and ſatheg ſhall be readie and ſoft withall, ano 
heerr yes muſt vnderſtand with what colours pe ſhal! 
trike your fels withalt, which ts, with the red, and with 
blem, and alſo græne, ſoꝛ theſeſhatichiefipative and not 
goe off alſo to weat your friles, where linnen parne hath 
bent ſoked in, it will ve like wiſe verie gad. 


Io cobout a hlacke Spaniſh Teather- 


Take of Pomplemeſe, fo called in dutth, and make if 
warme, thraſh your (flies thcrewity tilb che white 
came ns moꝛt off neither fozth thert af, and to a ſmall 
fell pe challtahe g, ountee ot Venis tot appelen, ſo cald in 
dutch; then beets it a little into parces, and caſt fairs 
water thereon. aud fecth it tulit waxe ſoft, ſo that e map 
mung it betiw ixt your hands, then ſtra:ne out the water 
thereot, it it be ic hot, take a bꝛoade tatthen pan nnd put 
the ſayd licoꝛ therein, then ſpꝛead pour ſkin abꝛoade and 
dip your fell therein till it be well weat, doe it fo z. times 


o: 4, times, thentak: goo Spomahers colour, oz blacke, | 


ſo much as ye ſhal think god, with which ye ſhal make þ 
feil (o2ownoy{wthab'spuctherefoa litle vitriallto⸗ 
peras. then wing it webfoath, e le it together, andlet it 


d2y ſoftly; then take it ere it bethoꝛomn dp, andnm ing it 


between pour hands, ſoz ſo it wil be ſoft, ns ſd ofteutimes 
and when it is daie, take of Gwſe⸗greaſe, ng hugs gteate 


in a wollen cloth, and rub it there with ta and fro a gd 


pare befoze 4fire, oꝛ by a bot Quen, ſo rub and chute it 
Well 
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of Portes and flaines out of Selkes, Or. 4 


well in with your hands, that the creaſe ke not ſenr, Oz 
both, Gwſe greaſe is the better, then Linſede ole 5 of 
e trarne. | ; 


ehen way for blacke Lead er. 


Co make a blacke Leather, beit ſherpe oꝛ other. J irſt 
take yout leather and ſtreich it. the ſpꝛinłle it wel out of 
Four mouth with water, then take pour fawing ſtocke, e 
taw it weltherewith, alſo rub and chale it together with 
pour hands as Shomakers dee c dꝛab it wel with your 
paring y20n, then put if on your dzeſſing boꝛd, t rike it 
with a wollenglath til it be al even, and then ye may co- 
lour it, and when it is well coloured, then wꝛing tie ſaid 
colour out v your ſkinnes, ſo put it againe into the ſayd 
colour, and ſo doe as ve did befoꝛe, at the firſt time it muſt 
be alway twiſe coloured, then hang it in the ſunne and 
tet it dꝛie, then ſhall ye take it againe, not being thozow 
dꝛie, rubbe it, and ſs tolour it againe, as beſoge. Af pa 
haue it ver ie ſoit 3 tub and chafe it bat wirt your hands, 
euer beſoze you colour it, ſo being welloped andeoloured 
which at the leaſt muſt be 5. 0 6. times ouer. Thus vce 
mult do fo2 ſherpe ſuinnes, which alſo muſt be dꝛeſt with 
allony and when pe lay your tolour on them, then take 
linſede ople, e with a wollen cloth, Enke your dꝛeſling 
pꝛon therewith, and when your ſkinnes be thereou well 
tawde, then take ol your fleight colour oʒ dye out of your 
kat all cold, and talour your ſù inne therewith once aſter 

your fand linſeede ovle. Chen put it together, and wing 
fozth the pyle and greaſe therein, and the colour alſn, and 
being well-w2angout-lapit together, and tolour it once 
agsine, and being thus culaured thꝛee times ouer, then 
take and dzie it, and ſoit ia done. 


G2 N To 


ok a quarter of an houre, and then it will de gov 
dy to die with, then take of linnen parn oz wollen cloth, 
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To guild on Leather. 


Firſt, xe muſt woꝛke it well, and cuerſtrike it with the 
whites of egges and gum water beaten together, then 
lay your gold thereon and ſtrike it well, ye may temper 
therwith hard volkes of egges beaten with gum water. 
The red and greene ſkinnes yemay varnith, as to take 
a baſon with a ſmoth botfome, and put roles vnder, and 
then lay and ſpꝛead pour ſkinne thereon, ſo trike your 
ſk inne al ouer with varniſh, but afoꝛe pe ſtrike it ouer (en 
the bottome of the baſon oz pan) pe ſhall firſt rubbe and 
warme pour ſkinne all ouer on the baſens bottome, then 
ſtrike pour colour all oner thereon, and ſo let it dꝛie, and 
being dꝛie, ſmoth it with a lleke⸗ cone, and ſo pe ſhall 
make it faire. | 


7 


To make a lye to dye a blew. A FOG 

When ye will dyes blew,/yemuſt make a goes 
and pe muſt take twiſe ſo many aſhes with a third part 
ofchalke, then make it ſeth foure paternoſter whiles, thẽ 
caſt thereto of cleane ware, which will make it clarifte 
the better, then ſet it ouer the fire, and lot it there ſoke two 
houres oz thereabouts, then put into a pan flue pound of 
waad, and pat it to the ſayd lye, then hang it ouer the fire 
and marme it well without ſerthing, and then put it in 
ſome herring vefſeU, let it remaine there halle an houre, 


then caſt therein halle a pint of Zemes, ſo talled in dutch, 


and il irre it well with a ſt ale, then cover it well the ſpare 
and rea⸗ 


either Fuſtian oz Oper:to haue it a light ble w, put it but 
once in, and to haue it a little bꝛowner, put it in twiſe, x 


to haue it moze bzowner, put it thꝛiſe in, oz ſo long til yes 


la 
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ef ſporres and ſlaines out of Silkes, Sc. 52. 


ſe if bzowne pnough, and ſohen pte haue dyed what ye 
pleaſe, let the veſlell reſt till another day. If then pe wil 
die moꝛe parne, linnen oz wollen, then muſt the dye bee 
taken out of the vel}, and put into a nnettle, aud put 
therto 4. quarts of lye as is afozeſayd,ſo couer it wel and 
let it ſtand one houre, then put there to halfe a pound ot 
greening wiede, and hang it ouer the fire againe, and let 
it colour well without (@ibing,, then gall it into ſbewelſ⸗ 
ſell with a pint of Zemes, and cover it well, and let it teſt 
a quarter of an houre, and then put therein againe to die 


what pe thinke god, and colour it as is afozeſayd, alſo 


when ye doe ſet and pꝛepare pour fatte, ye muſt haue to 


5 euerie nn A 


- Tocolourordyea blacks alga 311580 


Take a veſſell, and put in cold gall water, then lar 
pour Fuſtian therein, ſtirte it and handle it well there⸗ 
in, and then put it info the blacke die, and toſſe it and 
handle it well therein alſo, and then againe in the gall 
water, andagaine in the die, doethusſooffen till it bee 
dyed pnough. 


& 2% © 


10 Aue a fal colour a5 Gold: 


5 * 


pe 


Lay Sf peur inden 4 in Allom water: PETE 


long, then take one part ot chalke, and tino partes ol 
wand aſhes, then make a lye thereof, and ſteth your dye 


there with, alſo the beſt lye to die with is, to take 2 parts 


of wood / aſhes, and one part of chalke, wozke and vſe ie 
as pe ſhall perceiue beſt. 
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| 15 dye Paſta Stay. 
Take bi atbeb, übte aſhes by themſclues, and 


*% 


make a lye thereof, then put pour fuſtian there in the bay 


lpe, and then in the other lye, do it thus ſo long till re ſie 

it all coloured ynough, with theſe and ſuchlike ve may 

es, grdys l mar put r little mozoof 
. 31 UT ] 13163 © 
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Pisa Ge, Phe want alte tel tuaters an houre 
long. and then let it dzie, then hall re lay it in thelye gf 
ſaeche meale, (ſo callad in dutehhand with aſhes of r ines, 
and lay it therein xii. houres oꝛ moꝛe, then let it dꝛie wel, 


tet it in blacke die cs oz thate times 
Ir ter 1203 516430 95 
N 13 7 0 _— 
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Take @attenoz Damaſke that muſt be made blacke, 
ſeth it ficT in the dis ol rhes then die it in 
the winde, then ſeeth it againe in pour blacke die, and ſa 
lit it vie alwayes agaiue. And ik then it be not blacke 
paough,ſeth it in gail winter and black die, till it be faire 
yneugh, ſo let it dʒie, then rub all vduer with butter, aa 
ther greaſe, and wing it well betwerne your handes, 
— 2 it auer with a tire wollen cloth, and fit wil 

e well. „ad 24123730; 2/7 | $7 RS 


To make a gray Fuſtian. 
Ficf lay yoar Fuſtian to ſoke the ſpace of 3. 3 
n 


— }} — i. 4 oat. 4 unn. —_— 


of Gottes and ſtaines out of Silles, . 53 
then to viii. elles of Fuſt ian, take two ounces of bzcken 


gals, and pi them into warme water, tben put your gall 


water into anc ther fat, with eight guarts of freſh water, 


then lay pour faſtian therein, and ſtir it well with vour 


hands therin,toſſe it wel, and wing it fozth well, lap it 
therein again one houre & fo waing it weblozth, then put 


it into the blacke die, and lay ik therein another houre, ſo 


wing it well, then lcoure it in faire riner water, and 
thei hang it to dꝛie, ik then it be not grap pnongh, ſoke it 
ag ain in faire water, and then put it into pour gal water, 
ard then the blacke die; then ſcoure it and dꝛie it, ſo burle 
it and dzelic it vp, und ſo it is done. 


1. Blacksf:lkerodyes 1! [111 


To one pound of filke, take 12. gall nuts beaten into a 
finepoweer, then ſeth that ülke with the galles in com⸗ 
mon water, halfe an houre long,then take of pour blacke 
dre, and fieth it therein ansther halfc heure, then take it 
fo2th c and let it cale and then put it again: inte thedie, 
and let it ſeth thereto ansther halſe honre, if tchenit be 
not faire ynougy,ſeth it therein, til it be faire, then take 
and waſh it outof t5at celout and hang it to die, and (0 
it is done. THIF G | 3133116 01197 7136) 
U / 10 35 Ja] ol 12700 12000718 © 11861 
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Zake the buds of whitr and blacke thozn, which ye mult 
gather in the moneth gf Auguſt, when ther begin to ware 
ripe and blacke, put them in a wel leaded pot, the ſpace of 


Tenne dapes, then put thereto foure ounces of Allom, 2 


bople them together well, then put it into a powdꝛing 
veſſell of Beete oz Pogkezand cloſe it well thai it take no 
| | winde, 
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wind, then ſet it a little in the ſunne, and when pc world 
colour therewith, fake alittle of the ſapd colcur, # mire 
it with ſome lye and warme it, and then ſtrike it on the 
fkirs, and pe hall ſæ a faite colour . Alſo take Lincaile, 
oꝛ canker of Latine, honp, and mire them together in like 
and put thereto piſte, ſo much that it may take colour and 
alſo ſtaine the ſkinne, and then dzie it in the Made. 


To make a yealow colour or-skinnes. 


Take the ripe ſcevs of Merpꝛun.ſo called in french,t2p 
them in the ſunne, and when ye will wozke therewith, 
temper it with lye, and with a little allom of the Rocke, 
and let it reſt till it be molten, the which will make it to 
take a yealow colour, but his: lee mult firlt bee heate a 


little. 
To dye thread blacke. 


Takeaquantitie of bꝛoken 02 bznſed galles,and bople 
them in water in a ſmall potte,and when they haue a lit⸗ 
tle bopled, take out all the galles, and put into the ſame 
pot ſo much Coperas as ve haue had of galles, and put 
therewith a little gumme of Arabpe, and then giue it a- 
gaine another bopling, fo let it bople a little, and with 
the ſayd dye, ve ſhall colour therein pour thꝛead, then 
take it foꝛth, and ee wall ſe it a faire ſhining blacke. 


To dye thread gray. 


Take of the ſayd blatke die, ſo much as ye liſt, and put 
therevntohalfe ſo much water, moze oz leſſe as ye will 
haue your colour da pe 02 light. Then boyle pour thꝛead 
therin. e vou ſhall haue it gray as vou lift, either bzowne 
dz lighter, oꝛ after a mouſe dunne. 5 
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'To dic threadin fad Purple colour. 


Take the varkes of Pomgranads and the pilles of d21- 
ed Oꝛanges, then bople them in water with alittle Al- 
lom, as great as a ſmall nutte, then let if cole,and when 
it ts colde, put pour thzead therein, and boyle it againe, 


and ve ſhall haue a faire colour. 


For to currie a ra Gote skinne. 


Take a gotes ſkinne raw, and put it in warme water, 
and let it reſt there a dape, then ſcrape and clenſe it very 
cleane and take away all the filth thereof, and to finiſhe 
it, take water, and ſet it ouer the fire, and put therein a 
handfu!l of fatte, and foure ounces of roche Allum, then 
fy2re all together till it begin to bople, then ſet it from 
the fire. and let it reſt till it be cold then take an egge, and 
beate it with a little Dyle oliue this done put pour gotes 
kelle in the ſaide water, and ſtirre it well all about with 
pour hands thꝛæ 02 foure times, and ſo it ſhall bee in god 
caſe and well curried. 


To die skinnes in a blue like azure. 


The wollbeing cleane taken off, and thefclle waſhed 
dcane in faire water, lo wꝛing it al out, then take the bes 


- ries ofthe greening tre, as pay aters vſe, and the berries 


of elder, ſeth them together in water of Allom , then 
ſtrapne that water, ſo let it reſt, then poureaway the bps 
permoſt, and ſtrapne the reſt againe, then let it dye, and 
waſhe with that cleare water, but ſc that pour kelle bee 
tleane: then take pour colour, and ſtrike pour felle all o⸗ 
uer therewith being warme and ſo let it die, ſo it will 
ber a god colour. 
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To die skinnes in madder, celled Cuba tindtorum 
m Latine. 


Firſt ſœ that your ſkins be ready walhed and wzung 
cleane, and ſo lapde abꝛoade, then ſhall pee wette it all o⸗ 
uer with the lies of white wine, wherein bape Salt hath 
beac bopled, and ſo w2ing fo2th that againe, then take 
the aſyes of the ſhelles of Creuts, 02 Oca⸗trabbes, 
and temper it with the ko: eſaid water and ſalt, and ther⸗ 
with rubbe your ſkinnes and waſh them wel, then with 
cleare water, and w2ing it, take ruddle and temper it 
with the ſaid lyes, and rub it all cuer ther with, 4 ſs with 
the ſaid aſhes, thus waſh and wzing it thꝛe times, ił it be 
not then well, pe ſhall giue it a coleuring with Bzaſill, 
and your Madder mixt together with the ſard water oz 
lies, o that ſome tartar haue bin ſod in, which muſt be 
made warm, when ve lap your ruddle, ſo leaue it a night 
then put on pour Padder, mixt with Allom, oꝛ lies, oꝛ als 
lom Catiuum ſtœped in water, alſo pou map ad vnto it, 
the ſheering ok ſcarlet taken out of the bopling le, which 
is aiſo god. 


A good greene to greene Skinnes. 


Take ſirſt andcleanſe pour ſkinnes,annoint and ſoke 
them well in cold water, then take the berries of the ſap 
greening free, and being ripe about Pichaelmas, take & 
ſfamye them, and ſo let them reit 3. 62.4. dapes, then put 
thereto of raine water a litle and then bople them with a 
ſoft fire,ſtirring them ſtil, thẽ 1f ge wil haue it light green, 
put to but alittle allem, and the ſadder græne put to 
the moꝛe allom in the boyling and boile it but a litle, then 
pe map fold pour ſkinnes in the middeſt, and rub him on 
both ſides therewith, and then with a litle powder of al- 
lom, then take aſhes burnt of ſhepes dung, and all oucr 

rub 


of ottes and ſlaines our of Silkes, Ec, i7 


rub your fayd Jels therwith on beth ſides, then rub him 
wit che ſayd colour againe al cuer, ſo wath it with faire 
water and let it ſo dꝛy, but finely wꝛing it out, then ſpꝛed 
it, and caſt of the ſoꝛeſapd thinne colcur, all oder the 
Felle, and ſo let hun dꝛie, and it will be a fine colour. 


A ſleighter greene with the ſappe berrie. 


Let pour ſkinnes be firſt annointed, and well waſhed 
and ſo wzung fozth,and then ſtreteh them as the oꝛder is. 
then take of the ſame ſap becries afozeſatd, let them be 
ſtampt with roch Allom and water, and a litle bopld, and 
therewith giue pour ſkinne a ſtroke 02 two all ouer, and 
then let it dzie, then giue it a colouring with velow, made 
of the ſayd berries, ſod with allom and water, and again 
of ſaffron, then let it dꝛie, and pee wall ſx a — colour. 


1 Another greene of ARSE 5 3 


Pour Skinnes being annointed, waſhed and ſpzead, 
ve colour it with the fozeſayd ſappe grane, and put vn⸗ 
to it a few weat ayes, and rub the Felle all ouer there⸗ 


with, and being waſhed and wiped againe, ſtrike it oner 


with Indian colour, ſod with roch Allom, then let it dzy, 
then ſtrike if ouer with the foꝛeſaid yelo w, and ſo pe (hall 
bauea faire excellent grene colour. 


To die a Crimſon colour. 


Scrape hard ſope, and ſo melt in common wafer, and 
put. your ſilke in a linnen oꝛ thin tanuaſſe bag, and ſo put 
it into the kettle to the ſaped water, and let it boyle ſoftly 
halle an houre ſpate, but ſtir it oft foz burning then waſh 
it in lalt water firſt, and after in freſh water, fo2 each 
pound ok ſilk. takea t. oz moze of Allom, laide ſufficient 
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in colde water, £ therein put your ſilk without pour bag, 
and let it reſt therein viii houres, then take and wo it 
in freſh water, then wzing it 4 put it in the panne to the. 


crimſine colour, being wel ſtampt 4 cleane, tak 4. ountgs, 


— bople it with ſo much water as well couer pour ſine 
foure üngers absuethe water, © to cach pound ofcrim? - 
fine colour, pnt to tho ounces of galles in fin2 pouder,02 
ia {tced thereof pe map put in halfe an ounce of arſnich, 
which is not verp whaieſome becauſe ofthe ſume,no2 the 
Water thercof, and when it bopleth put in your fitk as as 


fozepzepared, and there let it bople a quarter of an houre | 


then wꝛing it a little, and dzyc it in the ſhade, andſo it 
will be faire. 


To die a blacke after the common ſort of the coun- 
trey women. 


They take ſo much water as will coner the hoſe, 6305 
ther cloth, but firff they all to ſtrike their hoſe oz cloth, 
with ſwart of thegrindeſfone, then they lay alder pilles 


flirſt in the botfomeofthe veſſel andthereon lap pour cloth 


oꝛ hoſe, and then pilles thereon againe, then lay your hoſe 
thereon, and pilles thereon again, and then couer al with 
water, ſc let them bople ſoftly two heures ſpace, e turne 
your cloth often therein, then ſe if it bee blacke ynongh, 
if not, take new ſwart, and pilles, and vſe them as vou 
did at the firſt, and ſo boyle them agine till they be black, 
then ſcoure and waſh them cut, and it is donc. Some wo⸗ 
men de take l in ſtede of alder)plumtre pilles, ſome black 


thoꝛne, and ſome pong oken pilles, and oke apples grene 


and ſo dyes with them in like caſe, gz the tender ſhewfs 
of bꝛacbzpers, oʒ arecne walnut huſkes,all theſe are god 
in ſummer to die with. 
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How to harden Iron and Steele, and 
alſo to fofien, to ſomder and togylde. 


To make Tron or ſteele as ſoſt as 


copper. 


he a chalk Rone vnſlect, with as much Allom, 
88 ern ſtampe the Allom very fine in a mozter, 
2 then take pour chalke and mingle therewith, 
2 


hen ſpꝛead it halſe a finger , oz a finger thicke 


on d linnen tlout, and w2ap your pꝛon therein, which ver 
world haue ſoft, and lay it in the middeſt of the fire and 
there let it lye an houre 02 moꝛe, till the fire is out and be 
all colde of himſelfe without any other thing done to it. 
Then ſhall pe take out pour yzon oz ſttele, and it will bee 
as ſofte as it were right copper in his hardneſſe. 


Another way to ſoften. 


Another wap foz the ſame, take only a white fire furffe, 
and lay your y2on o2 ſtæle in the middeſt thereof, and lay 
it in the fire, and let it lye-there ſo long, til the fire ds go 


fo2th,and war colde of it ſelfe, then take it out, and it ſhal 


be as (oft as næde ſhall require. 


To make Yron ſofte. 


Take the water,oz the iupte ot Rafany, which J take 
to be tho Rape, then heate your vꝛon hote, and quench it 


therein, and it chal become ſofteagaine. 
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Another way to make Vron ſoft. 


Take of Dope aches, and vnſleckt lyme, okeither alike, 
then make a lpe thereof, which lye pe ſhall ſtraine nine 
times thoꝛow a ſtrapner, then take either pꝛon oz tale, 
and lay it therein one night, and it will be ſo ſoft ye mey 


eaſilp cutte it, if ye will then haue it hard againe, 


ſo auench it in cold water, and it ſhall ware hard a⸗ 
gaine. 


Another way to make Tron or ſieele ſoft, 


Take the pelow flowers of Parigolds, with the fle 
and blofſome, ſtampe the flowers, and ſtraine it thoꝛow 
a cloth, and put that iupce into a pot, then take the pꝛon 
02 ſtœle that pe will make ſoft; and as red hot as pee can 
doe ſleke it in that iupce, and it wil bee as ſoft ag Cop⸗ 


per. 


* 


Another way to ſoften. 


'Alfo fake flecken and long woꝛmes ont of the earth, ot 
each alike, and a third part of ſalt, then fake an earthen 
potte, and maketttuttof holes in the bottome lite to a 
fine. then take the ſalt, ans ſalt the wozmes into the pot. 
Then taks another potte, ond ſet it vnder that pot, then 
will that ſalt melt with the woꝛmts, and runne into the 
other potte, and that in the vnder potte pee ſhall kepe, 
then lay a ſtone on that pot, and make it to ſeth it well, 
and ſcum it ſo long as any ſtumme will riſe, then take it 
from the fire that it may wle, then ſcumme that off as 
bone, then make peur ſte&le redde hote as fire, and fo 
quench therein, w! ich vꝛon 02 ſtecle a man may bow like 


às it were copper then to make it hard, heate it red hot, 
and 


* 
— — . 
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and quench it in cold water, and ye ſhall thinke it were 
firc ſtœle. . 


- 


To make yron ſoft. 


Take an hearbe called in Latine Vugula cabellina, if is 
a clote, called in Engliſh of ſome Colts fte, oz Buls 
fot, take $ make a water therof,and make your y2on red 
hote, which pe will haue ſoff, then quench it in the 
ſayde water, and it ſhall beceme ſoft, that yee may 
vſe it fe xour purpoſe , and ſo harden it againe as the o⸗ 
ther, | 2 


Another way to ſoften. 


Take Slecken ſo called in dutch, and ſtampe it with 
ftrong wine Uineger, then make pour pꝛon oz ſtæle red 
hote, that ye will have ſoft, and quench it in tho ſayd 
iupce,and then it (hall be ſoft like the other, and to make 
it hard againe, wherein to quench with cold water as 


beſozes 


To make Steele or Chriſtall ſoft. 


Tanke of vnqtenched lime, with as mach of fope aſhes 
and therect ye wall make a lx after this manner, which 
is, ver ſhal ſtraine it thozow a ſtrainer . times, then take 
your ſteele oz Chꝛiſtall, and lay it a night therein and a 
day, ſo it (hall bs verie ſoft, if ye will haue it hard againe 
ſo guench it in cold water as the other alozt ſayd. 


Another way to ſoften yron. 


Take your y2on ted hot, then quench it inLinſ&d 
Dyle, doe this ſo oſten till ye ſhall perceiue it to be ſoft 


ynough, 
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ynough,and another is, tak the blod of Celes, ant make 
pour pzon hote, and quench therein. 
Againe to make yron ſoft. 
OS. 

Takeclay, and lappe it round about your pzen with 
a wette cloth, then lay it in a hote fire of toles „ oꝛ ina 
fire of white turffes, ſolette it lye till he coleby him⸗ 
ſelfe- 


Anether to ſoften yron. 


Take the iuyce of an hearb called in latine Marubium, 
in Engliſh Yozehound, with the iuyce of gherwe, ſo calde 
in duche, which J take to be Henbane and alſo the iupte 
ofRadiſh,-and mire them with Aguanite, then quench 
therein: and when you will haue it hard agaifte , then 
mans it rev bote as beſvze, t quenchit in 1. colde wafer, 


; of Slat y yron as ſoft as leade. 


Take and make blake flintes info a fine ponder , and 
grinde it wel vpon a payntzrs ſtone, thẽ put it in an pꝛon 
panne, «make it red hote, then caſt it on a marble ſtone, 
till it be nie tolo and then againe make it red hote, then 
let if cole, and grinde it ſo long till it cleaue to the ſtone 
and grinder like tlap, then put that in a glaſſe, and ſet it 
vnder the eaues of a houſe, where the ſunne commeth not 
nie in the dap, then the night after, take out the water 
that pe ſhall finde in the alaſſeaboue therton, then take 
that ponder, and grinde it with the water, and put it in a 
fillafozy, and let it fille out the Halfe, then reuerſe the 
water againe vppon the pouder, and ſtillit againe.witha 
ſoft fire, then take and ſeth that water till the halfe be 


walted, ſo done: then take ſome p20n blade that 1 — 
zoke 


| 
| 
| 
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in two, and put it together and hold it ſa a liatie 

while, then take ofthe water which was ſod to the halfe, 

and with a feather lay it firſt on the one ſideot᷑ the blade, 

and when that water is cold, then lay it on the other lde, 
aud it will ſowder fall. with that w _ 

And with this water ye may m le as ſoft as lead, 

92 butter, and to make thereof with toles, as in ware 


what ve lyſt. Alſo this water is a ſoueraigne thing to 


helpe the goute, if therewith it be annointed where the 
greſe is, and it will ſone remedie it. Mith ehis water 
ve map make letters on y2on oz ſtœle, to waite with a 
water thereon with your pen. Then after take of the vn⸗ 
ſodden water, and put thereto ſome ſaffron,and grind it 
together, and then dzaw thereon what pe will with other 
water, and ſo let it dzyc, which ſhall ſeeme a faire colour 
like gold, thus pe may mix and grind any colo: pe pleaſe 


with your ſodden water, and it will ſhcw in like faire, . 


To make yron or ſteele ſoft. 


Take the iupce of Hemlocke ſtampe and Eraine it, 
then put vnto it of Meates oyle, and ſo warme it, and be⸗ 
ing warme, make pour pꝛon oz ſteele red hot, and quench 
therein, and then heate pour pzon againe thze oz ſbure 
times, and ſo quench therein, till you ſ pour pꝛon be- 
come loft, and bow like lead, alſopye may take oxle, and 
dꝛoppe into it moltenleadth2z&e02 foute times, and theres 


in dent TG 12 . 


To make yron or hide fo ſoft — weer 
1 eaſily wreath it. 


a the gallof a Bull oꝛ of an Ore, and mir it with 
Uermith and piſſe, with the iuyce of Nettles, each ol like 
quantitie, then make your Stele oz y2on red hot, and — 

I quenc 


oP 


a 
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queuth therein, and yo hall (experience. 18 N 


To make yron ſoft another way, 


Take Saluiter, Witriolf; in powder made and well 
beaten together: then xe wall diftill them in a-Lymbec 
of glaſte. Then take the ſapd diſtild water, and ysur yꝛon 
whtch pee would haue ſoft, lap it therein à day and a 
night, then take ont pour p2en; and touer it in hot hoꝛſe⸗ 
vange, the ſpace of ſiſt ne dapcg, then wozke therewith 
and pe chall ſet experience. Alſo in making your yon ted 
hote, yer may quench it in Dre dunge, oꝛ Cow dunge 
mixt with honxe, and Pyle oliue. Phen heate it, and ſo 
often quenth therein, and ve ſhall ſer it will bee ſo ſoft, 
that ye may make oʒ wozke with if at your pleafure. 


Another good way to ſoften yron. 


Tanke honie and ſcum it cleane, and then fake of freſh 
new Goates ziTe, a quantitic of Koch Allom, as much 
of Burras, zlſo cof'ople Oltue, and ſalt in like poztion, 
then mixe them all well together, and make your y2ort 
red hote, and ſo quenchittherein, | 

Againe, when ver would ſoften any yꝛon oz de, fir(k 


hold it ouer the flame ofthe fire till it be hot, then rite 


it ouer with ſuet az other greaſe, then hold it ouer the fire 
and let it dꝛie in, doe ſo twiſe oz thaiſe aud it will be ſofti 


Alſo take of hozne and ſcrape it vpon leather, and put 
thereto Salarmoniac, and piſſe thereon, thenturne pour 
pꝛon thereon being hat, till it hathconfumecd your leather 


and ſcuffe, and ſo it will be ſoft. . 
Atkewiſe take of Salarmontac,'of vnlleckt lime, of 


each like, ol Wenis ſopemoze than both the other, ſtir ail 
well together, lay pour ſti le therein, and make it moyſt : 


with 


— 
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with Ulineger, ſo let it ref therein foure dayes, e wozke 
therewith, ye may die ſmall pieces ſo, but foz greater, 
Cow dunge, whites of egges, and clay, temper it with 
Wineger, and lay your tee ein. 
er, take ſalt, wine ſtone, ol each in like poztion, 
temper it with clay altogether e ſo lay your ſtæle thore- 
in, — ſo lap it in the fire, the ſpace- of two houres, then 
take it fozth,and let it cole of it ſclfe, and it will be ſoft. 
Againe, take of ſape and-vnſeked lime of each in like 
poztion, and ol S alarmoniac ſomewhat leſſe, and wozke 
and make & pal thereof, then lap pour pꝛon oz ele 
therein, and ſolap it round with clay,and lap. it in the fire, 
and heat it red hot, and then take it fozth and let it cole 
of it ſelfe, as the other aſozeſayd, and then ou may wozk 
thereof at pour pleaſure, | 


A powder to fofren mettals. | 


Take 4. parts of laking glatte, of galles, of other glaue 


of (alt, of each one part, beat and mix them all well toge⸗ 
ther, 3. parts ot the ſame powder, 1. part of your met⸗ 
tall, and melt them together, % vle it nnen 


e Tomake yron hard. 
Co make pon hard, y& hall take the dillild water of 


Aaruen, and heate your. y2on redhot,andquench.it-thers 
| tn, doe thus 8, 02 g. times, and ye thall ſe it very hard: 


alſo another, which is, take the greene iupce of Parubi⸗ 
um, cald in Englich hozehound, with the tupce of radiſh, 
3 ſome Aquauite, and your pꝛon being red hot, 
7 2 fake the ſayd hozehound., and day oz 
Si powder thereof, & miſe awich 
— nenn 
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Lake of Antimonta, Callamint e Coperas, beat each 
by himſelle to pouder;and then ſtrewitherof on pour glo⸗ 
ing vꝛon, and ſo heate it agatne, and all te ſmeare it with 
theſe powders againe, then temper it with this iupte 


| following. Cake the iupce of Celondine, as much of the 


rootes as blades, till x. pound waight, and Tampethem 
and ſteth the iuyte to ſixe pound and when pte will ſea⸗ 
fon any mettal, quench it inthe ald 2 of Celiden, and 
it ſhall be hard. af ; | 


To balk Melee and kniues. 


To harden all manner of edge toles, ye wall kake 
hoꝛte dunge, and then make ppur Kniwues 02 other twles 
red hot, and ſo quench it therein, alſo ta take the filings. 
of y2zono; ſterle, and they will harden alſo, 02 take chocs 
and burne them till they ve blacke, and make a powder 
thereof, and fake of that powder with the nene titie 
of ſalt, then ſtraw it under and abone les which 
ſhalbe layd in a ſquare yꝛon, conered with a lid of pꝛon, 
pe ſhall ſtraw your pow der thick thereon, and then ſhut 
it This ye ſhall make red hot altogether in ahotefire, 
and qu quench tt in cold water, and ſo let it cole 


„ +7% 


To harden another way all kind of i tooles | 
* 10 4 ö 


Take the iupte of Pentaſilon, chat growes in abs; 
which is'a fine leafed grafſe, cafled bf fome & inn -fopte, 
with ſo much bf thetuyce of Woxmewo); Küper this 
a veſſell of glaſſe. Then take Pieren Gers e 
and ſtampe it q ſtrain it thozow a cloth, and al to ſtrike o/ 

uer 


1 N 
ho : hs 


71 ner with this, rour y20n being red hot, and as it dzeeth 
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in, ſtrike it ſo againe, and it will make it hard, 


Another good way to harden yron ox ſteele. 


Latine it is called Melanthia, and make pour pꝛon red 
hot, e quench it therin. Againe to make vʒon fo hard that 
it will cut all other tles, make it red hot, and quench 
2 the iupce of Pouſe care, which is called in Latine 

ilocella, | f 132 3% 


* Tohatden yron ſo hard as ſteele. 


Take Snayles, and the firft dzawne water of a rcd 
die of the which water being taken in the two firſt mo- 
neths of harueft, when it raynes,then ſtill it,62 taken in 
the end of Pay, then Heat your pꝛon red hot, and quench 
it therein, and it ſhall be as hard as tele. 

Alfo take Fimus humanus, the dung ot men, fill it in a 
Lymbeck;fo that no water tome thereunto it, and that it 

map be ſomewhat die when pe ſtill it, and take pe herds 
of his ſauour, the water pe ſhall viſfill twifo in a newe 
glafſe, in Balneo mar p, that is, one glaſſe within ano⸗ 
ther in a pot of water. 8 39338 

Pe may do the like, ſtil mens blood of a man of 30. peres 
and ol fanguine complexion, warme, and mopit, s being 
of a merie nature, and pleaſant, and whole t ſound of bs; 
die, ſuch a man to be let blod in the middeſt of his age, & 
that hath plenty of blod diſt ill of his inthe midi of Pay 

oz in Pap. And thus by p;ofe, x alſo the water of mans 

dung, if it be wel and rightly filo, heut pour pꝛon glow⸗ 

ing got, and quench in that water, u i will make it as 

hard as ſtele. B it if that water be not rightly n d vꝛon 
wil not hardẽ therwith, but be as ſoft as it was beloze, 

| 13 | * 
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. To make yron orficele hard. 


Take the inyce of Aaruen cald in Latine Varben», and 
ſtraine it into a glaſſe, and ve ſhall quench any pꝛon, take 
thereof, and put to ot mens piſſe, and the diſtild water ot 


wo2mes, ſo mire altogether, and quench therein fo farre 
as ye will haue it hard, but jake herde it be not to hard, 
therefoze take it fozth ſone aſter, and let it cole ot it ſelf, 


foʒ when it is well ſeaſoned, ve ſhall ſe golden ſpots on 


Four pꝛon. 
Alſo the cõ mon hardning ot p2on 02 2 F&le,is in cold wa⸗ 


ter, t ſnow water, ſo when the edge ſhall ſeeme blew after 
his bardning, lignifieth a god ſign, and a right F 


To make ſteele hard, and to cut well, 
Take an hearbe called Dre tongue, oꝛ langdebefe, ſceth 


it in water, both the rotes and leaues, then make pour 


vꝛon oꝛ ſtecle red hoi, and quench therein, and ye ſhall ſ& 
experience. Alſo take the yealow flagge, called in Latine 
Spatula fœtida, ſome doe cal it Spurge⸗woꝛt, take with it 
Uaruen, of either like quantitie, then ſ&th them together 
in faire water a god ſpace, and then let them ſtand and 
cleare till it be cold, then heat your yꝛon oʒ ſtœle red hot, 
and quench therein. 

Ye may make muſtard, and put Uineger vnto it, and 
quench yonr mettals therein. Alſo pe may take the inyce. 
of earth-woz2mes,with the iuyte ofhouſeleke,beat them 


together, then ſtraine them, and quench therein, oꝛ tale 


of mens haire,and haireof beaſts, and ſeth them in wa⸗ 
fer fill the water ware redbiſhcolour, then let it cole, 
traine it, and quench therein. i 

And ſome do quench in the iayce of radiſh, e the inyeo of 


ſinallage mixt togethers and fine the pouder of Rolin pat 
therein, 


— 


— 
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therein, and thereinquench your mettals. Againe, thee 
take the iuyte of Ueruin, and the tuyce of an hearbecal« 
ted Dꝛagons blod, and of ſcraped hozne, with halfe ſo 
much ſalt, the iuyte of earth-wozmes, and the iuyte ot 
radiſh put all theſe together afozeſayd, 4 thereinquench 
pour mettals, this way afozeſapd are verie god to make 
your mettals ſo hard as ve would deũre, and make them 
whale, faire, and bꝛight withall. 


To make yron Fard without any crackes, clefts, 


or warpinges. 


Take ficl} ſuet oztallow of a beaff, and melt it, then 
put it in ſome pot, 02 ſome other vefſell, whereas cold 
water is, and this molten ſuet mutt be a finger thicke vp- 
pon the ſayd water, and when ye will harden any thing, 
pe niult put it downe ſoftly thozow the ſuet, info the ſayd 
mater, and the quenching firſt in the ſuet, and then in the 
Mater, it doth ſaue it without cracke, cleft, oz war⸗ 
ping. 


Another way to harden yron. 


Lake the iuyce of Uaruin,and take of land woꝛms in 


the field, after the Plough, 02 a nights in Gardens; and 


put a pinte of thoſe wozmes into a leaded pot, then put 
vnto a god handfull of ſalt, then ſtirre them well, and ſo 
there will came a water of them, and that water ſfraind 
vnto the water oz inyce of Naruin, and when they bee 
together, ve ſhall quench therein. This way is god foz 
all weapons. n 


A way to harden Pikeaxes,Fyles, or other tooles. 


Take the invce of radiſh, the ingce of Cadloc, the — | 
9 gr 
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great wo2mes, a quantitie of Goates blod, mix all toge⸗ 
ther, and pour weapons being ground, quench therein, 
and likewiſe pour vꝛon, to make it hard, But to harden 
MPaples, Ares, Bnines,& ſuch, is toquench in the iupte 
of radiſh, alſo men oft times to make files hard, do quẽ ch 
in Linſæd ople, oz with ſcrapt hozne, 02 with gotes blood. 


To harden tooles to Lads all other. 


Pe Hall gather of field ſnayles,o2 houſe ſnaples, with 
their chelles, then ſtampe them a little, and diſtill them in 
a Limbecke, end in that diſtild water, harden pour ftele 
02 pꝛon, but if ve will haue it verie hard, pe ſhall take 
ſand and bzimſtone, and grinde them together, and ſg 
Crewe it on your vꝛon oꝛ ſtele being red hote, and then 
quench it in the ſayd water, and they will be verie hard. 


A way of hardning of Augars, Perſars, 
and ſuch like. 


Pe ſhal take of mens vꝛine old and celd, with the iuyce 
of varuen, and the iuyce of wozmes, of cach like quan⸗ 


tie, then ſtir it well altogether, and ſo quench pour met⸗ 


tals therein,ſofar as yewill haue it hard, then let it cele 
ſoftly af it ſelſe, till ye ſe ſpots like gold riſe thereon, then 
take it out ot theſayd water, and they will be well. 


To ſet a colour or verniſh on yron. 
To verniſh pꝛon aꝛ tele, take the gall of a Calfe( and 
pour pꝛon oꝛ ſtele being clean verniched) take and ſtrike 
with a cloth pour gall thereon, and then let it dzie in the 


ſunne, and it will chew like a gold colour. 


To 
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To colour tinne, or copper, or to colour the buckles 
| of gyrdles, and ſuch like. 


Cake of L inſeæd ovlo ſo much as pe lyſt, ſet it on the 


ſtre, and ſcumme it cleane, then put therein of Amber. 


and of Alopaticum, in like poztion, then beat and tir it 
wel altogether, with the oyle ouer the fire, till it ware 
thicke, then take it from the fire and couer it cloſe, then 
ſet it in the earth thz@dayes, and when vs liſi to occupy 
thereof, ſt rike your mettal all ouer therewith, and ſo let 
if dꝛie as afozeſaꝝd in the Dunne, and ſo yeſhall haue a 
golden colour. 


How to guild vpon yron or ficele. 


Cake a quantitie of wine fone, with as much Salar- 
montac,and like of Terdigreaſe,end ſome ſalt, then ſ@th 
altogether in white wine, then ſtrike all oner your bur 


niſhed pzon 02 Stele, and let butne in the ſunne as be⸗ 


fo:e, and ve may guild thereon with common gold as the 
ozder is: and ſo it will be faire and god. 


To guild yron with a water. 


Take of water oz running water,foz 3. pound ot wa⸗ 
fer, take two pound of Roch allom, and an ounce of Ui- 
triol Romane, s a peny weight of verdigreaſe,of ſalgem- 
ma 3.ountes, one ounce of Dzpement,then boyle althcſc 
together, and when it begins to bople, put in ſom lyes of 
fartar,andbay ſalt,of every halfe an ounce, make it ſeth 
and being ſod a pꝛetꝑ while, take it from the fire, + then 


frike your yzon therewith, then let it dꝛie againſt the 


Are, and beingdzie, burnich it, and it will be faire. 
| D To 
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To guild on pron another way. 


Tanke 4, dunces of linſ&d ople, ot Tarter 02 wine lyes 
two ounces, and two aunces of the polkes of hard roſted 
egges ſtampt, of Alio Cicotriuum x. cunce, a quarter of a 


dꝛam of ſaffron, then boyle all theſe in an earthen pot a 
god ſpace, a ifthe oyle of linſedcouer not all p ſubſtance, 


put therto ſufficient of water, then annoint pour burni⸗ 


ſhed vꝛon therewlth,t it wil ſhew as the colo of gold. 


To caſt afi wer colour on Copper os buckles of hat- 
neſſe and ſuch. 


Take of wine ſtene, of Allom, and of ſalf, of each tile 


quantitie, then grind the altogether on a Painters Cone, 


and put therto a leafe 02 two of luer, and ſo g ind it well 


with the reſt of your ſtuffe, ſo dane, thon put it in aleadey 
pot of earth, and therein put your Copper a little while, 


fo done, then ſcrape it with your wyer bꝛuſh, then ye ſhal 


ſe it be well, ik not, led it remaine therein n ſo wil 
it be faire. IS ka 


To 


guild yton as Oold ſmichs doe, with quicke filuce.” 
and gold foyle. 


Takt vitriol 1. ouncc allom 2. ounce. ſalarmoniat 1. dũts 
then beat theſe into powder, and boyle it in common was 
ter, then take rour burniſhed pꝛon, t al to wet it with the 
ſapd water, ſo then lay. pour goldfople thereon, $ v2y it a⸗ 


gainſt the fire, then burniſh it as men do, a ſoit will lone 


faire, but if pe will gild with gold mixt with quickfilner, 
as Geldſmiths do, ye ſhall put in a dꝛam ok verdigreaſe, 
with half an dũce of Sublimatum, ſo bople them together 


let yeur pꝛon beile inthe ſame watcr,but being ſo great - 
ys: 


a cw cow ww Occ. .. 
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pe tannot, then rub it therwith, z heat it to receiue better 
the colour, with quick luer and gold, & when pe haue 
ſo heated vour vꝛõ. xe may gild with the ſame gold ſo mixt 
and then ſume it with a fire lampe, o bꝛunſtone, oz ware. 


A good way to burniſh yron. 


Take an ounte of Alopaticum citrinum, an ounce of Am⸗ 


ber, then mix and beat them together into a powder, the 


ſet it oner the ſtre of coles in a earthen pot, ⁊ make it not 
to hote at the fürſt, but when it is molten, put thoreto a 
quantitie of ſœthing ople, and ſtir it well together with a 
ſt icke, then let it reſt, take it from the ſtre and cole, and 
ſo keœpe it, and with this you may varuich at pleaſure as 
pe doe other mettals. L 


To ſowder on cold yron. 


Tahe two ounces ofDalarmoniac; two ounces of ſalt, 
3. duntes of wineſtone made in pouder.2.ounces of clock 


Tpice, ſo cala in dutch, 6. ounces of loking glafſe, beate 
all theſe and mingle them wel together, then put them in 


alinnen cloth, and lap it round, a finger thicke with god 
clay, which clay muſt be wel tempered. Then put them in 
a leaded pot of earth, 4 couer it with another like pct of 
earth, then ſette it ſoftlyon glowing coles, ſs let it ſoftly 
warm, and vy little g little increaſe your heaf,till the ſapd 
fſkuffe be al glowing hot and run, ſo done, then it cole fr 
the fire, then take it fozth and bꝛeake if ſmall, and fo 
grinde it to a fine poder, and when pe will ſowder a- 


ny pꝛon, pee muſt make it faſt on a boꝛd, and ſc that 


the ioynts be ſette as clofe together as pe can, and firſt 
lap a paper vnder your pꝛon, put ofthe ſayd powder a 
little betwixt the ſayd topnts,and alſo vpon all the iopnts. 


then wꝛappe it all rounde with clay, ſauing abone, 


N 2 which 
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14 TheBookeof Dying, and raking ont 
which ve ſhall leaue open to ſowder at, then take of tho 


powder of Burras, and put it in wine lake warme, oz 


Aquauite, and ſo let it melt therein, ſo done, take of the 
ſane wine, and with a feather ſtrike ou the ioynts abous 
which be vnconered,then it will begin to ſerth, ſo when it 
leaueth ſerthing, it is then whole ſowdꝛed and ſound, then 
being ſo, take of yoar clay, and ſuch roughneſſe as doth. 
remaine on the toynts,which ye ſhal not file at, but grind. 
it off, and thus it ſhall be well, 


Another way to fowder warme on yron or ſteele, 


Take ot gum water, and beat therewith ſome hearbs,. 
which dearbes, it Mall not ſkill. what, and make it thicke 
as a paſt, and when pe will ſowder any place, ftrike 
thcreon, oz lap it on the iopnt, then rub it thereon with 
Cope, and then hold thereto a fire coe, and it will runne. 
Then wach off the ſayd dough from the ſowdzed place; 
end ſo it will be faire. 


To ſowder on Copper. 


Take an ounce of Coperas, halfe an ounce of white 
Arſenicke, which is called white Ozpement, then make 
your Copper to runne, and diuide pour Arſenicke in two 
parts, then caſt one part into your Copper, and ſtirre it 


well all together, and then caſt inthe other part of your. 


Arſenick fo pour copper, and ſtir it well together, ſo done, 


caſt it on a ſtone, and ſpzead it thin, and wen it is cold, 
beate it into a finepowder,and vſe it likewiſe, as * o⸗ 
ther belozt mentioned. 


To ſowder on Latten. 


Pe milk file your lattencleane alloner, then put the 
ioents 


» 
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toynts cloſe together, and therein ſcrape quickely your 
Burras, ſo ve ſhall ſæ it wellſowbzed, 


Another foweer to fowder on yron. 


Pe ſhall ſet your.foynts of y2on as cloſe as ye may,the 
one vnto the other, then lay them ſo in glowing coles, 


and then take of Uenis glaſle, made in fine powder, and 


your pꝛon being red hot in the ſlre, caſt the pouderofyorr 
glatte thereon, and ſo it ſhall ſowder of himleife, and be 
verie ſtrong withall. And if yeeclap it in clay as afoze- 
ſaid, xe ſhall not doeamifle. 


Another good way to guild on yron 


or Steele. 


Lake one ounce of D2gall, oz Dzgy2s, in dutch ſo na⸗ 
med, with a third partof Uermiliion, and a fourth part 
of Bolearmoniac, with as much of Aquauite, then wozke 
and grind them altogether on a ſtone with linſerd ople 
ſo done: put thereunto ſome of the ſtone called Lapis Ca- 
laminaris, the bigneſſe of a hazel nut, and grind therwith 
in the end, the oz foure dzops of Uarnich, ſo take it off 
the ſtone, and ſtraine it thoꝛo a linnen cloth into a tone 
potte, fo2 it maſt bee as thicke as hony, ſo k&pe it, and 
Q:tke it whereon pe liff, and ſolet it dzie, and thenys 
may lay your gold oz filner thereon, as afozeſayd, 


A Varniſh like gold, for tinne, filuer, or buckles 
of Copper. 


Be (hall haue ſmall pots well leaded, then put therein 
6.ounces of Linſed ople, 1. ounte ot᷑ Paſticke,r.vunce of 
Aloepaticum citrium, then make them altogether in fins 
powder, and then put them into your ſapd ople, a couer it 

mg - with 


———_ 4.4.4 


— — — 


70 w*T he hooreſ Dying aud ralung ont 
with ſuch another pot, which pot aboue yee ſhall make a 
mall hole in the bottome therof, wherin xe Hall put tho⸗ 
rob a ſmall ſticke, with a bꝛoad end beneath, fo ſtir the o⸗ 
ther pot withali, and when the pots are ſet iuſt together. 
one to the other, pee thall cloſe them all about with gov 
clap, and touer them all euer alſo, in leauing but the hole 
open aboue, with the ſtick to ſtir the other pot, ſo done, let 
them ouer the fre, in ſtirring it oft, as it doth ſeth, like 
Painters verniſh, and when ye will guild therwith, pwl⸗ 
liſh your mett all firſt all auer, and then Trike the berniſ⸗ 
ell ouer theredn, and then let it dzy inthe Dunne, ik it lye 
to thin, ſtrike it ouer againe ſo often as pee ſhall thinke 
god, and ſo let it dꝛy betwixt pour ſtriking, and then pee 
Gall ſee it will doe well. 


A way to graue on yron or ſteele,or other lind 


of weapons. 


Tak cole of a willow oz ſallow , two parts of Uttri- 
dll oz Coperas, two parts of Salarmoniac, wozkee beat 
all theſe together well with Ainger, 4 make it thick like 
bꝛoth, and when ye will eat oz graue any thing withall, 
dꝛawe firſt thereon with this thinge following. Take 
Uermilion, an linſed ople mixt altogether, the dy it, lay 
it ouer with pour paſt a finger thicke oꝛ meze, «4 the wars 
mer it is, the ſoner it will graue and eate, but ſx to it, 
it burne not, and when it is d2yed well, doe off the ſayd 
powder, and cleanſethe caſting out, then take 2. partes 
of ſpaniſh greens,cald verdigreaſe and a part of ſalt, then 
beat them together in a moꝛter, and put vnto it ſtrong vi⸗ 
neger, e do as it is aboue ſapd, oa take Uitrioll, allom, ſalt, 
Lapis calampnaris,vineger, and ſallow cole, and make 
it as the other afozeſayd, oz take 2. parts of Uitriol, 2a 
third part of ſalarmoniac, e grind them well all together 


ena ſtone with vzine oz piſſe,then lay it on as it is _—_— 
| | ay 
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ſayd, but pee muſt lay it cold on, and ſet if then foure oʒ 
fine houres tn a Heller, oꝛ low cle plate, foz it wil be the 
heller. 


A water to cat gs graue onyron or ſteele. 


Take of verdigreaſe, of Merturis fublyme, of vitrioll, 
and of Allom, ot each alike, then beat them ſmall, and ſo 
put it into a glaſte, ſo let it ſtand halle a dap, and ſtirre it 
often, then ſtr ike it all ouer with ware, oz pealow lead, 
mixt with linlerd oxle, oꝛ Lijſen ſmout, fo called in dutch, 
and ſtrike thereon with the water in the glaſſe, and let it 
ſtand halfe a day, but ifpe wꝛite oꝛ lay thin that the was 
ter may eat it the ſoner, which ve ſhall cauer all the yzon 
oꝛ ſtœle thin with waxe, and fo dꝛawe thereon what ye 


i with a penſill in tho war, vnto the ground, then ſtrike 


your: water all nuer, and ſo it ſhall eat on vour grauen 
placen, oꝛ laythereen p ertutie ſublimatum in pour gras 


uen plates, and put thereunto Mineger, and ſo let it reit 


halle an houre after, and it will dde well: 
Another vater bo cat on yron-· o ficele more fronper, | 


Wake an ounce of Aerdigreaſe, halfe an ounceof Allom 
Plumoſum, and half an ounce of Salarmoniac, as much 
of wineſtone and halfgan cunte of vitrioll;and as much 
of common falt, let all be ſm alt beaten, ⁊ ſoput together, 
and put therto ot charp viaeger e ſo let it ſtand an houre, 
and when to graue oz cat an thing there with, it muſt be 
firſt grauen, æ ve ſhall wꝛite with Lijten ſmout, oꝛ ptalolo 
colour, then let it dp, and then make pour ſoꝛeſaid water 
hot in a leaded pan, and let it ſtand ouer the fuer; and hold 
your vꝛon and ſtœle auer the pan, and poure of that hot 
water thereon with a ladle, that the reſt may fall againe 
into the fozeſayd panne, thus mult pe doe ſtill a god 


quarter 
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quarter of an houre, and thus doing, then take athes oz 
vaſteakt lime and rub it, and loke of that ye wonld hane 
eaten, if it be cleane oz not, ik not, dzaw it againe with 
your yealow matter, and then pourt on your ſaid water, 

and ſo ye ſhall haue it well. | 


To lay gold vpon yron or other mettall. 


Take of liquid varniſh 1.7.of Turpentine and ople of 
linſed, of each t. ounce, then mixe them attogether, and 
ſo reſerue it, on this _ ye may guild vpon any mef- 
fall, 


Another way to guild yron. 


Take of Bolearmoniac, t white gum, of each 1. ounte, 
then put it into a pot ot earth well leaded, and let it ſ@eth 
therein ſoftly with a fire of coles,and pat therin 2-ouncts 
of linſæd oyle, and when it doth rope like a thzead, it is 
then a ſigne it is pnongh ſod, with which ye may vle to 
guild as is afoze declared, by theſe and ſuch pzactiſes in 
mettals, ye may findeout the like of other hereafter. 


A water to eat on mettals. 


Cake am ounce of Daltpeter, an ounce of coperas, beat 
them togetter, and put them into a double glatte, e diſt ill 
a water thereof,then take yealow oz red wax, and ſpꝛead 


it as thin as paper on what mettall pee will, oz weapon, 


then dzaw thereon ts the ground with a penſillofele oz 
other, then all to ſtrike it auer the dꝛawne places with 
the ſayd water diſtild, ſo let it remaine 24.honres,which 
water will eat on your yzon oz tele ſufficiently, The 
Uke way yomay doe with other ſozt of metfals. 
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Water fo mozke on pealow oz other colours. 


Mater to eat on p2on o2 (tale, 
Mater another to eat on Pettals. 
Ware to tante from clothes 
Mollen to die in a ſanguine. 
Ulowllen cloth to die in colours, 
Wollen grene parne * 


Pealow to die faire. 

Bealow to dye it faire. 

Pealow a golden colour to dye · 
Pealow Fels how to colour. 
Pealow dye fo die with woad. 
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